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(54) IKVffi^«^«$(4c&lH-a)«t«tt 



(57) 

St 5 0 4gfit<0««effi* <!: 4 i J: -5 tcHtHfil^^S C 
&SIW)rtS*s*18^35©rtaj: »):^t < &->ti>4SE« 



(•) 



(b) 



MX 



(e) 



do I 



111 



mm 




m:m 4 ] «^:^rffi*iffi»«^ar * 4 c i ^ita 
m<br 2 x» 3 K.sm<Di6xm&mim^<o 

tis*59i «^3iiaef©ai05ffi*«5 1 . 0 4J.:a:<t 
)i 4 J: ^ (csmsE^-r * c i *it$»t Tsa^w 8 tee 

(000 n 

*-5. 

[0002] 

(0 00 3 J ia^^raflijr-SKisi^ra. 
tlil9JSnfc«ij«i<D«SI-f>lltt<DiittJ|iS±l|!©fctf>«c. Jjfi 

a. jaTa-=Pin©(ia«:*«©r. dr— >>yt 

»-fm©fiS4Wr'5>t)©*i.j2>ai3n.5. 
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[ 0 0 0 4 ] attfsimicmiti^^m^icit. m 
{cfiai?nr<,>5iig)tegit©s$«. I 0-1 stnr 

or. *4«,»tt4^-!/>y^©i6^ecc 
[0 005] C©Jt'5<r«ia(Cffll,>'&n-5^)BS©«^ 

[0 00 6] 4/c, mmoy&^^^r^^js'Sijiissim 
3ifi6ffl$n4©*t-ttw-c*4. i-Jtcte^. »fa©i*i?i 

(0007] biPLriifih. ia±Kftl9rSn.57^>/< 

(0008] rntfo%. «ftTa+ m©fiia«:«^,(aEB«: 
rsiA>-9T)«fii©s&Si:)S«iB0jitf©»Biitt7«>2. 

[ 0 0 0 9 ] a 8 K:i*#©-«fl'Jttt«j§*n^T. 136 vC 

f — 2©«K:fli;>:Ati-ftit«c!*A3tx-5, 

7 3:-;^-}r-i/->i^l 4. 4lffll-!r-i/>j>'l 6, JlCm 
li2 0irai-i«fi©4iS^— »yi 8©4-5©^r 

(0 0 10] bi^b^iiif>. ^fctcmtAStltcir-'»i/ 
40 (tlT. cti% r?HB->— ^-vyj ©tp5W37^ 

^&=Srmii^■c. »d'©f*3SJ:o i 0-^30% 

(00 1 1 1 ift^i^'±a(ie¥«. ij6«5ca-r-5i 
50 s-s^— »y©rtaicBifff ge^r. »frE©^ti^68t 
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[0 0 12] ^-C-C. C©iaja«:)»StTift:«)(C. ^« 

^7-5076 1 o^^i«<c«. jftttKcfiflij snfc^Kr 
[ 0 0 1 3 ] i/c. i^s*B:t;^tc8-:J< atS^^Maw 

09 8/0 0 6 2^K:«. :».v + >i^^S14KWriC 

(00141 i^H^T - 5 0 7 8 1 0-t^i«*4l»tta 

fSiira^W09 8/0 0 6 Z^iCj^ijkStlfcUmtCjitx 

(00 161 S6{C. ^¥7-5 0 76 1 0^di««: 
[0 0 17] 

(IEW3»Jfl?»OJ:^4-r«SWIl Lii^UiiUb. m(C 

- 5 0 7 6 1 o^^a^-suwaiR'iirajRwoQ a/o 4o 
0 6 2-^K:W^3nri>*:6:ttK:4si>t:tt. «^»6»* 

[0018] miLii. ^'stmmm, hn^uimm 

[0019] ^S^Jat;S«il£tcJ:0 so 
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•5. 

(002 01 $6tC. ^aCftiKi^B. ia7K:,-S-r<fc'5 
CC, ii^. ^Bl. 20a8BCcn*ai; 1 a, 2b€« 
^L/. -ecj^iat;! a. 2 b ta^^WjiP^iiOT 
Wri«*7*^Lr. :&jaSl. 2Ai«^3n*. St 

(002 1 1 v>KUJU*fflt»r. 

[00221 C0DWa«:JW«iT4^c«)tc. Wx.«. Hl^ 
fi58mwO9 8/0 0 6 2^JC(i. •^^KUKOf'-'* 

[0 02 3 1-7?. ^^-^17 - 5 07 6 I 0-^5i*a{cW 

{ 0 0 2 4 1 3 >^(C. &:KSd%«ffl(.>-C&IX«^S!^ 
(0025] •eoj/cft. Jta3tifcSKS€:-e<D**ffl 



( 0 0 2 6 J ^mtfif^^bJ: -5 ttima. wsi 

[ 0 0 2 7 ] afc. *l6i«A<)»i»t J: ^ iT-SffiiDaH 
1002 8] *lfeWJ»t*tJ:^i-r4<l!s©gi 
[002 9) 

[003 0 ] C©J:^<c«:§ffl^)SBS^»». 
i. C<om-^, JSSI5lJ£:S¥*i5%fei±i?f5J:^«:. S9 

JsasfitS**^ 5 iSMin^siic. 

t003 1 ] i/t. ±iC©<t^«:a«^)ll««^ 

S**Jl 096*iil8«:<cSi. lt«*lfofct*cctaD» 
[003 2] ijiOi^^cffiSffl^JltS^f* 

iiaft«^-r-5ct*ja*n,^ «Kai**M. 04jfe« 

[0033] ±E«fiX=£Wr'S:iftSW«Cfii5ffiWffl^« 
tS^B. S^©rtS*s#«^3S©f»iS J: 
«c->r(,.-S©r. c©J:^<cl£Sffl^S«^«r. v 

[0034] -e©fc*. SSasrtSAi^abBfrS© 
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[0 03 5] jSS(*3S*sffi:S$nri,^^:ti#3;g 
43?*^^5^^. Jd;aStft^«l©ME;»jK:J:»). »^3i54^ 

s©iitKiii$-c»ss«:2ttse^ s •c^«««^» i b . 
( 0 0 3 6 ] $ 6(c. asn^A«^:£©jsaii£{i^7i£ 

1 0 6 3 7 ] *l8iH»Cff 

[0038] 3 e-CC. ^'g©^gP?:^«i:>Fi»fS©«{?I5te 
[0039] 

[«ll©ll»©}e«) «T«C, *^?a©IIJ6©»5!aMc-:) 

mom I ©iiit©«s8(c(i^5!fi:tffl^Kt«^(*©i!ifi 
[0 04 01 *r. ti:aigtc-:>v>-citt^-r.5. sffsx 

40 m. 01 (a) {CiT;TJ:5?C. nigItt©^St3 0© 

1^. P«a©(^©**a^a:xfl^*«c.rntA:s<*. 

ai (b) {CmTJ:^«C. fflSSOrtSd, A^tfi^SBcoi^ 

Sd. i0;^*<<c->-cc»*^«ff3 0<caixrsis 

■C*5. 

[004 1 ]CC-C. ^»BBtCfflt,»6ti5#.)SW3 0 
©7ttft(.>. Mittf. «l4fi09t$1$©^:»^B^$n%«j$ 
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[004 2 1 *«?Bcc*ji>-c». s^nsaoo 

[004 3] 

[»lUSSI51i£S* (%) = (d. -d. . i . ) X I 10 
00/d, , . . 

(B{y, d, :&ISfr3 0«aH>ft£S»(MS 

d, . i . :^e3o«w©a:a8?©rts®«/jNffl 

[0044] :?;Sao>»^. assffis^t. 5 %&±ifi 

S 3 0 ©i-awatc J: o r B, S^cc A * ^cSM*l« 
[0045] cn{i. ^«3 0 ©I*3aAi»fS©-m'Ji 

[ 0 0 4 6 ] {c4tf. }sa^g$©im{cm>6tiai^3 

[ 0 0 4 7 1 )sa»i:33^». S^©9tt^« 

sac». se-ar. ^«S3 o©iiixos«tt. 
[0 04 8] sfc. mm:J:f)^mifi^iyfts^S: 

S (JWT. cn* ffilSfiSj HI (b) 40 

TL. J -catnr. ) a. :£JB«3 0©Mr©SStt. ^ 

[0 04 9] ttmyrmii. ^icm.^$hih<D 

[00501 iXtC. «ffi»JXXex:-:Jt»-C«^T^). «S SO 
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ffi/UXXStt. 01(c) tcinTJ:^«c. ffiSXHtcj; 

(005 1 ) <c*j. «ffi©sax;^^«. i^tcwsan^. 

4©r««:<. SHWJOI, •9:>f>i'tta:39. ««©^ 

(0 0 5 2 J :xtc. a;flj[«^ig(c-^t»rsftq3-rs. «: 
mx$htc^'S3 0im^-^t>^, ^eso. 30 

[0053] CC-e. tt«t«#^«C«. #)35tf3 0«ria 
[0 054 ]#tc. afflfi:IR«^«. StSffilSS^^'^Cit 

n4©r. ffi^TJiiic-cjffjat'*^.. lai (d){c. 

^«3 0. 3 0©S6f|ffi{C-f>-t-hW3 6«:/f» 

( 0 0 5 5 ] tLm^o^mt. 

3 0©Miicc(e;t;-cfta{ceH«aiR-rn»j:t,>. 

[005 6] ft^S<DilSffi$RmaxB. 5 0 

um%&^it. ffi^S«:i>l,>-C^g3 0rei±*H-»' 

[0 0 5 7] *;c. fi^fflT^-O-y-- HWS 6tJ. a* 
All 2 OOXKTf-CibiN i ^S^^tiF e?:^^A'4f 
a-C**. ^:/1^-hW3 8Ott**»l2 0 0X*tB^ 

-Si. m»«^sa:«i'jz>s<i:>i*©-c. g^tfccstt?: 
Hr**tt^36*«2fer4©"c» i L < 

[0 05 8] Sfc. ftffl-rS-Ot^- Hft3 6©®S 

100jimJUT!!)5*fiOl». -f>-t-hM3 6©lf 
SifilOO um^mx.i,t. «^WifSK:isit2)7C:«©E 

B[*«+^>«c}ffe*ir. »^«Sff*««T-ra©r>f*b< 

[0059l)l*S. -f>9--l-tt3 6©«5t»:5J. 
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a. OOtfmttTi'irejr^K:. ^*t<fcu< 

(0060] »^»HS«i. #a<btt#fflSl35iftT* 0 

CO 0 6 1 ] g^sea, 1 2 5 o-c«± 1 4 0 o-cjh 
T®eH*i(i?a-c**. m^BLti 1250 x;*j«{c<c 

3 0 0 l$JaTdi*«8-C*4. S^^jCi^ 3 0 i»*»-C* 

3 0 0#4ffl^Si. m8^!>$»JfiTr-5<0r»*0< 

[006 31 $ c,CC. S^^BStcW^I-SDDE^tJ. 
1. 5MPatU:5MPali(TAS!HF3a-C*4. »l)E>J)!)i 
1. 5MPa*Src*-5<i:. »^5!lffi©af«*Kp+»i 

i>. Ill/, firaiiiKiiBt^t^rtsioii^i. m-^^^ 

C 0 0 8 5 ] *£tt«^*ff ^>Bcr>tti(»:^t ur 
ii. iS^ie^stinDis^. mmimntmmim. mtnnm^ 

•c*o-cfegs{ciiDS»-c#. iini«ya*MBi< . Si«>-c3® 

[ 0 0 6 6 ] fc/cL. iSja«SI3M)ffi»iXl3:i«®KaSji 

«»i%i<cffic>.5sa2es[«%<ki,-ca. mmkifii 0 0 k 
I*. 
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rRfi3n/c^g«^*3 2cDffl:§4:ift.». ^RgS 
[ 0 0 6 8 1 S«*];cB. H2 (a) «:^pTJ:'5(c. IS 

L. E12 (b) tC^-rJ:^{C. ^l3e»^{t3 2(Dffe*S 

«:i^*>-9rv>KU;«'3 4*»tt3i*. ^§»^3 

[0069] 

[82] urn* (%) = (d, -d. , . . ) X 1 00 
/do • i o 

[ 0 0 7 0 Kjrte. :^raA©tS^. te-g^B. ^-gS 
0Oa:^Sg^>. ^SS^«:3 2«)ffl3£^«:*aLr. 

sofis&o'F«jii*ffr*iyaw3o (01 ca) > © 
«s«. BfS©Ja»ffis*ao:w^©«aifi*L, rtt 

(SI (b) ) L,. 9Sii«^S©3llili$(CiSt«»D 
Xbtdk (01 (c) ) . ife«e3 0|5±€r«:i»ffi^f 
30 •Si. ai (d) tC7i^-rj:^tC. »^gB©l*9ffid, *^;»h 
«^»©rtad. JtO;*:*<J5cr>ri»5^«'BS#(|:3 
2?:f#SCiAi-C#S. 

(007 2 1 C©i^4^fcBrS»^tt:3 2©-lS8«:-7> 
FUJU3 4«»AL, te»CC|^*r>-C-7>KUJl,3 4* 
^ttS^Si. i««S^«:3 2©l*}m*sffi:)*cL. 132 

<b) «c^Ti^«c. -^©rtsd, «:-srs*a«« 

( 0 0 7 3 ) c©^. t£:tir©«^©rtad , «. 
SI^»©rtSd. J:0:^^<^c-7■c^,»s©■c. 
40 fcWSS^g5©9a*3l«. ^^^a5©ffll±MJ:'3'l^3< 

^S©ggBS&Ji(5TLri^5ii^-C*r»-C{>. ffilftCJ: 

(0 07 4) *fc. «^aiw5f*jsd, mm-^mm^ 

do <t'):*cti,iA:«?>k:. «-&SBilB<S©^S5CiA</h? < 

*<^i5af. *5t.>{i«:afi3L, *»fi<Jt*si. 

:^*</ici. i<ofcit. i£lt©(gK:v>Ku;U3 4 7)i-?: 
C:tSW«i»ta©»SftKi. -tt'irta*Wr-5^1Se«[& 
50 (**fi£«-rsia^tctti5l/-C/h5<<tO. &'B(f*©^ 



[ 0 0 7 5 ] ? 6{c. 3 om^&^^^mm 

©ia2Bifi0J©rta*i£St'. 3 0 Of^S«:«;i 

( 0 0 7 6 ] «cis. ±a©:&aAK:48i>-c«. S^i^rffi 
C©ti^. t£SXg«:ial»r. ^BS 3 0 (DlS^fiei© 
[007 7] ;X«C. ;*^?S<D»2©fll«<DJ^S{C»i!£ 

3(a) »cir-rj:'5'i. nisftt<oiaa«4o©rt, tstsi 
iamof^mo^f^imm^-jiXMMim^^xmi^i^ict 

CCJ:*]. 03 (b) KtkTJc-SK:, SaSSS3£e5©rt{S*Jff 

C 0 0 7 9 ] (BO. :^ffiB©i8^. 1 c 

SBfiT5ii!:Sxa<c*j(,>r. < ffltaggs 

C 0 0 8 0 ] <C43, 0 <!: trJ/TgUSBt^^^JB 

fi$L, »^«4 0<0ft)X(DSStt9«j9Al/r&m 

ccai!fi5Tn«<ti>.^. RUimijmtLxm'^<o:^&i 
(0 08 n ^xtc. ticuaxxm(cisi,^xit. @3 

(c) {c^R-rj:^<c. l£SXgK:J:»)jSaj|*3SAJj£S$ 
n/c^t 4 0 <Di^iC9^ti C 4 0 a $ n 5. 4c 

2 «. ^es^4 2«:s«3ti4!mttcic;t;r. ffi 

AiC^tbiCiifiXiti. 
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(0082) i>Ctc, W^Xg{Ct5l,>r«. ESXStcte 

X. ^^K:9^t3C4 0 ai}mfS.$tltc^'e4 0m± 

«l*4 4^::f>(^r, W^Sn^XSr*^. «t*4 
4«ca, ^ll«4 0KiKlR3hfc>l-iaG4 0aia^ffI 

ht\ /c^JSem^ 4 2*03 ( d ) «cjs-r. 
(00831 HiSd n/c^«aS^4 2 ». :;^^A(C 
J: ») ff f>n?c^)Sgffi^3 2 t^»fC. ffig^^fto 

Stii. :a»WtCtt. H4 (a) K^TJr^K:. 
S^it4 2K>-}SA»P>-7>FU;l'3 4S:1«AU. H4 
( b ) tc,TT-r J: ^K. ifeJSga^(*4 20f6S{CfSlA>-, 
r-7>FUJl/344»l63i*5Ci«C<tO. 

[0 084] CCr. :^BO)ti^, ^'gft^(*4 2 
<DJ£t«, ^g4 0O«8qffi;S*«T©S£Sm-Ctf'5 

(008 5j;^k:. :^r&B©fiEffl(c-:>(,»r»«!-r5. p 

*jaaSffi:S$AU 0%«±i^f?.<i:^>{C, #)S'&4 0© 

iss3Pia«©i^a*ffi:a L . 4 0 (g± % ft c 
«cj:»)«^r4i. «^a©rttid. *i?N«^}a©rtf« 

d. J:»):*:*<^tr>ri,»4^gS^«:4 2*Sa{Cf9 

30 (0 08 6] c©j:'5«:L<r?#f>n;ciE)a5®«^(*4 2 

[0087] ;XfC. *:*«©» 3 ©llttOJBStce^ite 

iim^m^m>m[jm!cr>^^xvmri, m 

40 ( a ) - ( c ) fi. :*:^©ai 3 <O^0>BW/i%itt 

itO) *TvTXIgia-C*5. 
(0088] :^a5C©i*^. sSiRBS 0 i Ur. ISStC 

-S.-stJ. *ffiA<i:H«-C*5A«. ni5Stt©^at5 0© 
(0 08 9] -fJifc^. 05 U) u:m9-X')tmmtK 

50 ©^g5o©^*S£aT'5ci^:<. -e-©**^* 
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^b-ltraiBEU (as (b) ) . fUMb A iftLXm^ 

ajfifi?«tt]«T-5. Kzis, m-^ijmt. 05 (b) cci^ 
[00 90 J c<o^. m^^^mj-c^fyit. m^n 

*»SgK:|g»l/. as (c) K.ifkfJ:'iK.. »&a»0(*i 
[009 1] 

fit. d, :«^©F*iS 
do . . » : $m^3iii<Di^m>&'m 

[0092] 1f&C(0»i^. 8tl^tb$». 1 . 0 4»± 

(0 0 9 3 ] ^^ffi^gw)rta®ft/h«id« . , , 

ilHT. Ctii fmm&Sl il.H>. 125 (c) 

C 0 0 9 4 } * fc. :^iffiC<Dt8^. 1£RS^^{CS^9? 

(0095) tUfyii. 1 2 5 0-Ctt± 1 

4 0 0 -CWTOfifflAiJfariS. ft^S*i 12 5 0 

^*i»p>niii><or»*u<tti,>. sew. s^?as*i 
[ 0 0 9 6 J &^m&icio»immmt. e ot^tu: 
His. ma^iXit<tii:t.^'>!^.vii, mmni 
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[0 09 7] ifc. ti^nmict^^timK:hii. 2M 

[ 0 0 9 8 1 $ %(C. ^SK&£l$(DAliilii3». 2 0 mm 

rjf* l/< ^rt>. J: "3 /hS < f t 

CO 0 g 9 ] ^^ffiO^Sti^Rma x(2. 5 0 
*i 1 2 0 0 -CiaT-CiS/SS 1 0 0 H m«T®N i JP,^ 
«. !HF«:iB:E?ne<><D-c«>'j:<. Stt. »*«C*4i.» 

CO 1 0 0 1 ^fffiMfctt^WSldit? 
a 1 0 0 k H z «T®KajS«*«ffll»/cSmSiaH!0 

Jft. Xtti«H»it«ji«ioift*i»su I >#.<>. :fi^aAi 

[0101] iX(c. ±a©J:'5«cor«iS2tv/cHff^cD 
30 iiM^tU^«'^-re^e^^(^5 2©«t:l?«i?fi?n%. 

05 (d) <c^j^TJ:'){i:. ^ISW«^5 
2©-^*>6-v>KU;U3 4?r#AL. rfeWgS^S 

CO 1 0 2 1 Jlto. fite^tt. 5 0©^st6^. 

#««ff^(*5 2©fflj£5SE^£^«L-c. ttsx:ja«-rn 
©^ti6«:is<i^-rsci*j-cti©r. ^aisrts$ 

CO I 0 3 ] :^a£c©fpffl(c-?i,»r5Siiw-r*. 
K«5 0i3j±4a:««^rs<tisi^tc. s^gsafij^a 

[0104} C©<k ^ {CUT}96*lfc±WSft^(*5 2 

ic. «^»iSfSr©3:fl?fita3>MN^ < JiS. •t©/cif). m 
50 -41*915* WTi^HtJS^^riltS-riiS^tCtkb 
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[0106] (mSW 1 ) :^A4flH,»-C. 10 

-FH4 0 (t<T. cn?r TAP 1 H40ji^ffi-r 
*) *>6<i:5J1«7-{>^ (1 7 8mm) . ^WO. 2 
3 1 -r>? (6 mm) ©g?3Rj«t=&ffll». C(0«'g<DjS 

Rmax*i3 0tfmWTi«tiJ:^>4Ctt±lf. ^§<0 

nt^nmtc, j is bn i -3ffls<o«fiE%wr*» 

*1 0 5 0*C. /S$5 0ym<DN iS-^?5*:^»t/. 
«tBl£8St«^*tf 3 etc. S6n/c^llBf«^{* 20 
4. tlt«**i2 596i<£5J:^tC-7>KUA%ffl(,»-Cj£ 
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( 0 1 0 8 ] «:45. m^muMmnmica. mm3 r 
J /c, «^^». «^jas 1 3 0 0 -c. mmtm i a 

[0 10 91 (1liSW2-3. th«Wl, 2)#I5§3 

ociaapjEg**. *n-e<i. o?6 (^rwi) . 3% 

(l:k««2> . 2 0% (ntmZ) . &y2 5% (Hit 
W3) tU/tWWi. 1^^041 i[D!«©#IB'^Sei,». Si 

(0 I I 01 SlttiWl-3. SWtt««l-2-C»6n 
it*-?) «;SISOfc. ffig«(D«^8ffaffi<Cot. 

'^if-iCJ:t)miL-CO. 5mmJiiTtU/c'^. C©fg 
^(**^. API 1 1 0 4#aim-*«»]ffiL. 9I» 

CO I 1 1 1 

[^11 



ao) 
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ig n No 






1^911 


mmm2 


mm9i3 


n 




API :s*0 


K?\ HiO 


API H'fl. 


API H43 


API HiQ 




(■fif ) 


?.C0 


7. 00 


7. 00 




7 00 






0. 231 


o.ni 


0. nt 


0. 231 


C. 23t 


4»Pffi{i« (%) 


C 


3 




20 


n 


(Rnax : ^m) 


30 


30 


30 


30 


30 


-< 
> 
it 
1 




D U t . 1 






on 1 o 


3Si-3 


BUi CC) 


t AC A 






' 05O 


1 ci 0 


(Ma) 


(A 






so 


50 


^« 


a 




?s 


?i 


m 


»tti&St <°C) 


1 200 


1 300 


1300 


* 300 


1200 


«mi9n ( s ) 


130 


IBO 


liO 


IBO 


ISO 


noBttf (MP a) 


4,0 


4.0 


4. 0 


4.0 


4. 0 




Kf 


Ar 


Ar 


kr 


. Ar 




(3ltHr) 


^^^^^ 

|3kHz) 


(2kH2) 


[mi] 




(mm) 


(.0 


!.0 


- 0:5 


0, 5 


3. S 


msm (%) 




2S 


25 


2S 


25 




an* 5 












(MPa) 


283 




Tie 


TIfi 


717 


SfiK{StS 








« It 






X 


A 


o 


o 


o 



[0 1 i2]mmmmio%tiytdm9ii-c\t, « 

CC. 9l33ilS»2 8 3MPa(DiS!affl[«^L. 40 
[0113) JggBS£a$*3%iL/cJt«W2-C«. fi 

r. ?IS«KB. 4 6 7MPairrSl±LfcAJ. KiW- 

[01141 cntcitL, S^l£S**-5-ti^n, 5 
%. 2 0%. R^2 5%tUfcmtlimi, 
«. (,»-rtifcO. 5inm(C«il>tfc. * 50 



rnt>ettiia?f-CA47 0 0MPatLh«T^b. 
CO 1 1 5 ] li(i:®IS*A»6. ^Se^fg^-r^WC. 

-5i1^7-<>? ( 1 7 8mm) . miiO. 2 3 1 -O^ 



19 

c 0 1 1 7 ) -.xic, mmihtc&m'so^^iimsms 

Rmax)!ii3 0am«Ti«:SJ:^«cft±tf. ^If05 
m^^WK, SUS 1 2 0 0 'C. mS4 0u m©F e - 3 

B - 3 s i - 1 c^^miftniy. mmtm^inr> 

[0 1 1 8 ] «4<s. m^9<0AB«(^«:». ^ft&3 k 

ttc. m^^ii. m^&Ri 2 5 0'c. ^^^rae o lo 

tc. 

(0 1 1 9j (Hiiws) •r>•t^-^w<^;^•c. j i s 
BN i - 5ia^<DiiflfiE*^rr5ia,* 1 1 4 o-c. ms 

4 0 umCDN i 3;-&AaS*ffll»; 1 3 00-C5C12 0f$ 



15592 0 0 0- 1 07 87 0 
20 

[0 120] (Utewe) ^>i>--hWiut. J [ s 

BN i - 5fflScO«§fiS%WT-S3ib^. I 1 4 Q-C, 
4 0 Mm<DN i »^#S<rfflt,>. S^SS* 14 0 0 

-c, mmtaii 3oo»i otcmtt. mt&m iPia 

[0 12 1] <tfc®«3) -^>1f-H«<i:0r. Sl^I 
2 9 0'C. JfS40am<0Fe-2B-l S i^fg* 

mf.K ts^iBSLi 1 4 0 0 -c. ^mmmi: a o o i^. na 

E:^?:5MPa<bLfcWJ|tt. IIS6«4 ilo)a©*ni«C 
[0122) mim4 -6 . &CfI:fc«W3 r»6<afclfe 

CO 1 23] 
[1^2] 



(12) 



21 



«F»2 00 0- 1 078 7 0 
22 



H » No 




m%9i^ 






m 

9 




API m 


API MO 


API K^O 


API H40 






7.00 


7.00 


7.00 


?.C0 






0. 231 


0. 231 


C. 211 


0. 231 


$cattS9 (%) 


;5 


IS 


IS 


IS 


(Rnai : ^.m) 


)0 


30 


30 


3C 


■i 
> 
*>• 

1 


MX 


FB-2B-ISi 


IC 




BN1-S 


SLA CC) 


1190 


1200 


tUO 


1140 




(O 


40 


40 


10 




t& 








CC) 




1250 


t300 


MOO 


{8)$SW ( s ) 


300 


60 


120 


300 


im.ti (MP a) 


5.0 


4.D 


0 


5.0 




Ar 


Ar 


Ar 


Ar 




(3kKi) 




(3kHi) 


(JkHi) 


(mm) 


0.5 


0.5 


0. S 


C. 5 


SSS* (%) 




2S 




2S 












UHI 

<^ 


(MP a) 




719 




m 


ttDrtitS 




« *t 


S « 








O 


o 


O 



*iig*6ll/c. *fc. 5I«R?^«. 4 17MPaf* 
to 1 25] cntc*tt. SS.^*J1 2 00*Cr*5-^> 



CO 1 2 8 J <t4J. ll«M3-6Saftt««3{C*5t.r 
to I 2 7 ] «±©1S»*>P>. S6Wg*atBl£»«#r 

[0128] (*SfiW7 ) :^ffiA^fflc»r . #.ISffSft 
(*©lfi;g«if-7fc. ^Wg<c«. API H40A»6<: 
i9[mi -i-y^- ( 1 7 8mm) . W«0. 2 3 1 -i^^ 



C13) 

23 

(6mm} oi^sm's^mt.K com'eommimi. 

Rmax*i3 0itmJyT<!;<cSA^(Cf±±W. ^KSO 

ii^m(c. J IS BNi -bmom'k^tiak 

* 1 14 0 -CCD^ittl^ N i m-^^imS 1 0 0 u mi 

C 0 1 3 0 J «^<^aB»75rffi«c«. ^ftaa k lo 
H z (omfsm^imK^ttsmmvmmit^imK^tc. 
itc. ^i^^B. s^as 1 3 0 0 -c. mtmm i a 

fc. 

[01311 (*ttW8) -/>1^-^^^itr. j i s 

BNi - 5m<Dl&!S.imtiN i S^^t»**ffl 
M-y tcL, 20 

CO 1 32] (Utews) -^>■^^-H5rio-c. j i s 



^H2 00 0- 10787 0 
24 

BNi -5ffi^<DiHfiS«rWr2.WS4 0Mm©Ni5R 
^53«:ffll>. g^?aS*r 1 2 5 O'C. m^^Si^QO 

[0 1331 (JtSffl4) -^>-!^-httiLr. J I S 
BNi - 5ffl^«>fiRj?:Wrai?$20 0um<DN i 

.2S^3fes*ffl(r». s^jas* 1 4 0 0 -c, Stasia* 3 
ooij»itfcmtt. si»«i7 iHtio^^iBscseu. ife 

[0 134] («:««5) -/>t^-HitiL.r. JIS 
BNi- 5ffiS©«afiJ*Wr iSS 4 0 u m©N i Ik 
^^J5-&fflt,>. ffi^Sff^ 1 4 5 O'C. C?J*B$Rfl4-6 0 

«^«KD»aRc«ii:g«tf o fc. 

[0 135] lltfi«7-9. SCftfc««W-5-CW'bn 

[0136] 
[US] 



(14) 



25 



n^ZOQO- 107870 
26 



H St No 


ttR«4 






ll»W9 


tt««5 






API H«0 


API m 


API HiO 


AP: H40 


API H4D 






7.00 


7.03 


7.00 


7. 00 


7. 00 






0. 231 


0.231 




0. 231 


0.231 


mmmm (%) 


IS 


ts 


•5 


'5 


15 


(Rnax : Mm) 


30 


30 


30 


30 


30 


> 
■It 
1 




Bli-S 


8(11-5 




fiMi-5 


flNi-5 


Hbft CC) 


ll(0 


1140 


IKO 


no 


1 140 


«d (/u>) 


200 


100 


30 


40 


40 




m 


m ^ 


» 31c 








1400 


1309 


1300 


'250 


)4S0 




300 


ISO 


60 


60 


00 


;n]£:9 (MPa) 


5.0 


«. 0 


4. D 


4. 0 


2.0 




ki 


hr 


Ar 


Af 


Ar 




(3kHr] 


13kHz) 


(3kHz} 


(3kl!z) 


|5kHi) 


(mm) 




0.5 


■ C. 5 


0.5 


0.5 


wsm (%) 










« } 
















(MPa) 


m 


718 


721 


718 


657 










» tt 






A 


o 


O 


o 





[0 137) -f>1^-h»©/53*2 00MmiOfctt: 

c 0 1 3 8 ) jfc. e^isa* 1 4 5 o'ct Ltzimm 

[0 139) CiitcMU. -f>-iJ--hff0»S*lOO SO 



u raWTi 0. A»-3»^SS?& l 4 0 O'CWTi C/cH 

I'-ctt. ^«s<waai!£si**(.>rn<>i 5%tL,ri» 
(0 14 1) 



27 

[ 0 1 4 2 J (mi&m I 0 ) :^£fcA*ffl(.»r . ^w-gs 

^{*CDffiS?:tT -5 tc. ^'SiCit .API H 4 0 3^ ^ 

unfmi -o^ { 1 7 8 mm) . mmo . 2 3 W> 
( 0 1 4 3 ] ^^cjc. mmtitc^<S(mmi»mis 

Rmax*J30 am«Ti*iJ:^{Ctt±W. ^«(0 

S^WBtC. J 1 S BN i -5ffl^<DfflfiS?:WTS14 
* 1 1 4 0 "C. 93 4 0 y m<Z)N i S^?5*/l-1*l/. 10 

10 1 4 4 J )5c*>. m-^ommyj^icit. aisaa r 
H z onmmmm'tmi.^tcism^mmim^imi.^tc, 
itz. s^^a »^jisi 4 0 0-c. ffi^sjiai3 0 

fc. 

[0 1 4 5 J (Hisw 1 1 ) sj^aff{c4tfW4fi?^ra 

*:3 00». iBSJi^l. SMPaiUfcWW*. JUS 20 



fSSaZOOO - 1 07 87 0 
2S 

CO 147] <ik®W7) ■^^•t-httiL.r. J 1 S 
B N i - 5IB^<Dtf^trWr-!i/SS 3 0 y m©.\ i * 

^}5«ffli.>. is^asec4cs(-r'&6e}$a$[ai«3 0 0ii». 

ftlE:^* 1 MP a 4 btcJ^mit. *JSW 1 0 tl31^# 
[0148] (it««8 ) S^ag* 1 2 5 0-C. fiSfl 

[0149] mmmio- 1 1 . VLUimm6--svm 
6ti/c^)S'SS^K:o(,»r. Ilifie^iilBiKo^iicc 

fc. i^*^4KiSi-. 
[0 150] 
[S4] 



(16) 



29 



15M20 0 0- 1 07 87 0 
JO 





IS 


tt No 


it««8 


IStSfill 0 


tt««7 






91 




API H40 


API H(0 


AM H40 


API H(0 


A'l H40 






7. 00 


7. flC 


7.00 


7.03 


7.00 








C, 231 


0.23t 


3.n: 


0.23! 


:.23* 


mems-m (.%) 


\i 


15 


1^ 


:5 


)5 


(Rnai : ^ni) 


30 


30 


30 


30 


30 


> 




BMi-5 






BNi-5 


ENi-S 


V- 
1 


iBWiCc) 


1140 


1140 


1140 


tii-) 


1140 






iO 


40 


30 


ID 


40 


mm 


m 




?i 


?i 




ftdiUk CC) 


1400 


1400 


t40O 


:4D0 


tMO 


emmm (s) 


iS 


30 


300 


300 


300 


toEA (MPa) 


5 0 


5.0 


1.0 


1.5 


7.0 




Ar 


Ar 


Ar 


Ar 


Af 




(3kH2) 


(3kHz} 


(3l(Hz) 


■;3kH!) 


(3IHi) 


(mm) 


C. S 


O.S 


- C;5 


0.5 


0.5 


l»« (%) 




25 


25 


25 


2S 














Sill 


(MPa) 


563 


709 


628 


7t4 


667 










9 M 












O 




O 


A 



[0 15 1] SJSiajStCfcC-tSS}$B$|BJ:& 1 S^ibfc 
<cft»«{a«6nft:. ^A:. 5 6 3MPa 

[ 0 I 5 2 ] ifc, J]DE^4 1 MP a i OfctbSW? T 



CO 1 531 36K:. lIlE:^;*7MPaiUfctt^8 
-C«. «-&iSa[«l 2 5 0*C*rTtffc<Ct7>»i>t>6 

[0 15 4] cn«:JtL. JjnE:^?r5MPa. K^WM 
*3 0»iL/cllft?!ll 0. VLUtlBlS.im. 5 MP 

a. e^Kjiai43oo#it?cii«swi irsj. t,»rn 

iP19-C«*7 0 0MPaJiLk«rTtL. J<»m3:. SM 



31 

( 0 1 5 5 } j5c4j, niun 10-11 R^fttme^s 

■CC^S©-C. SdzSt^kU. K^rtlhO. Smmr*-? 
fc. 

(0156] jy±<Dfe^A^6. 4^JIS«:«ffiS£»«^1- 
5«^(C*J(,^r. ]anff:/J*I. 5MPat/±5MPa« 

[0 157 1 <IU6M12) :^ffiA*ffl<,>r. 10 
^®ffig*?f o/c. ^BtCB. viPf h,^;^ 
•r>u;^ai«)-«-c*-2). r> y*5tt{8^i^u-KL 

C52- 1 20 0 («T. cn* rLC5 2-l 20 
Oj il*^) !6»^jS:S?HilO. 75-^>^(269iD 

m) . mmo. 5-f^>? ( 1 3mm) c 

10 I 5 B] Ate. fi:S3*ifc^RSc:^tB*l|fflffl3 
Rmax!>i5 0ttniaT<!:^c5«l:'5«:tt±lf. &)S«© 

s^ifffiK. J I s BN i -5«^«>iaeE*»-r<5a 20 

.^1 14 0'C. 15$4 0ziiDC!)Ni«^#S?:^JfL. 
J£§$*s2 5%4Cc.5J:^K:-7>FU;u«:ffli>-cl£ 

CO 1 5 9 ] s^»©i]ni»:^ffi{c(j. ^iK»3 k 
liEji'c. ^^^ffa. m^isi 3 0 0-c. ^B$ini 2 



^2000- 1 07870 
32 

CO 160] i-mmiz) m^tmi: 1 3 bo-c. ^ 

^|y!*2 1 0«!. ttJIEf3*3. SMPaiL. 

-f Jl/tCifi-TiSSjaSiifecDigjSaa?: 1 0 0 k H z 4 LfcW 

n«. Hffi^l 2iH«l©#fli«:m». ^flS«t6^© 

c 0 1 6 n (lesfiw 1 4 ) «^ias4 1 3 5 o-c. » 

^181*2 10#. iinE^«r3. SMPaiL. mi&» 

2 5kHz oisMm^i&imf.>tmmimmm.wmi£. 

[0 162] (l:t«S9i|9) ^acDaPffldRma 
I OOum^t. ^flS^l 40D'C. iSk^\R^Z 

[0 16 3] (ItiSMl O)1S$iaS(cdi;tt«0m^FlH| 

?:3 0 0». ftlJKJ^rSMPaiL. 0l»n -f JUtCifiT 
iSSjS?tBa®Sj^%4 0 0 k H z i OfeWJI-tt. 

wi 2ira»©^iBK6ei>. ^mik^m>mmmfVk 
[0164] ii«s«Fi 1 2 ~ 1 4 > m>ttnmQ- 1 0 -c 

fc. ife*«S5<C5n-f, 
CO 1 65] 
C«5) 



(18) 



33 



2000-107870 
34 





m 


» No 


tt»«9 


HH^I 2 


^m^^ 0 


3 


mt^l 4 




^ n 


1052-1200 


LC52-I20O 




IC52-1200 


:C52-1200 


■t 




10. 75 


•0. 7i 


10. 15 


10.7S 


10. 75 


m 


WW (Of) 


3. 500 


O.503 


C, JOG 


0. SCO 


3.500 


mate^m (%} 


IS 


15 


U 


(5 




(Rjiai : /tm) 


100 


50 


30 


30 


30 


> 




S^i-5 


BNi -5 


1 - s 

3 n 1 j 


□ n 1 j 


□ n » 4 


St* CC) 


t 1 lA 

1 1 ♦ V 


(tin 




[ U ** 

M ♦ y 


I I ifl 

I I * y 


1 




♦ V 




40 


* 1/ 






li 


li 


IS 


ti 




m^ax CO 


1400 




1400 






tm»« (s) 


300 


120 


300 


210 


210 


«1£E:4 (MPa) 


5.0 


4.0 


S.O 


3.5 


3.5 




Ar 


kr 


Ar 


Ar 


Ar 






{3kH2) 


(430kHz) 


(lOOkHO 


|25kHz} 


(mm) 


9 s 


o.s 


' c.-s 


0.5 


0.5 


wem (%) 




25 


25 


25 


2$ 
















(MPa) 


477 




43t 


658 


653 










9 « 






X 


o 


X 


O 


o 



CO 1 661 8l^l!tB(09iIBa;SRmax^ 1 OOam 
^ISSaSB. 4 7 7.VIPa-C*»). iSIWttt. g^»S 

10 167J i/c. ^jg«*i4 0 0MPar*4i»Jii« 
ftS«ii8«i>6n/c. ^I3HIS». 43lMPa'C so 



Co 168 J C*iK:»U. «^l?S(Dliaitt3Rma X 

««at*ffi(,»tei5««i 2-1 4trn. (..rntstsfs 
r>tc. ttc. s^Siffa. (,>-rhtsi?tii5)^rft4 7 

C0 169))a*J. UttWl 2-14ac;^tbl2W9-l 

o«cfct,.r«v ^«<o«s«fi:s**i.»rti<> 1 5%i 

L/ri»*<D-C. l«rnt>0. 5mm-C*o 



as 



tc 

[0170] \ii±0mt^^. ^M'smmiSint^t 

[0 17 11 (laSiBJl 5) :»^B«rffll»r. ^ttt 
^©ffiS*tT^/c. ^«CCtt. API 40 H*>6 
«-5i1«7 -f>y ( 1 78mm) . 23 W> 

(6mm) CDe^Ml^^Ml^ CfDSfSdSm^S 

[01721 'XiC. SS^ii/c^feSSWlSSJcJI-iaG* 
[0 1731 (HtSMl 6) ^«e(D«%S6«2:S^'&2 5 



(19) ^BS 2000-107870 

36 

[017 4] (imWl 6>S)ltiUt. LC52- 
1 2 OO^i^JiSJi-Sl 0. 7 5 'TV?^ (2 7 3m 
m) . W/f 0. 5-/>^ ( 1 2 7mm) ®lBS*ffl(rV 

^tCDiSaSfita^* 2 5 % i U . fi£tm 2 5 % v±m 

[0175} (it«9i 1 1 > &m'so^K.mmi:o% 
iLtciumt. njsw 1 5 iiBia©*iitcm>. #j5» 

[0 17 6] <tt«Wl2) J&HBiUr. LC5 2- 

1 2 OO^'^^f'E.nSl 0. 75-Y>^(273m 
m) . mmo. 5'^>^ ( 1 2 7mm) 

[01771 IliSW 15-17. SO'tfcSJW 11-12 
20 [ 0 1 7 8 ] 





91 


m No 


ItMl 1 




«tifl^ 6 


MM1 7 








Jklil HiO 


AP; HiO 


iP{ H4D 


1:J2-'2M 


lC$2-i200 


m 






7. 00 


r.oo 


?. 3d 


lfi.7! 


•5. ;5 


9 


m 






0.231 


12)t 


). m 


0 $00 


(X) 


A 


•fl 


25 


2J 


IS 


warn (%) 


10 




2S 


21 


29 




2100 


2*00 


2t00 


3090 


3000 






A H 


A » 










0 


O 


o 


X 



[01791 mitm9i:o%t ^'snt&vmt 

'Smi 0%vW:/SUcaM9tl itc-oor. E;^2 10 
Op s i -C^ESW^tfofc^C*. 

[0 1 8 0 1 ctiicwu. JSBSfita^Ryffiis^^K: 
1 o%io/cii!twi 5. mwistsm&^mm^ 

*ittc2 5%it/fti|IJS«18tt. <,»rnt)E;'32 1 0 40 
0 p s i -C7icS»ll«ff o-C4>. &^Wl*>9^tx1ii^ 

[0 1 8 1 ] i/c. 1 S%tl,. ^IXee 

* 3 0 0 0 p s i -CTkESMIifetTofci C ^. ft^5ft» 

[01821 cncc^u. is&ummsijcfWsmi^K- 

25%tLtcmimi 7-CH. E;^3000 ps i r* 
<c±»S»^f**i?96nfc. so 



[0183] txtot^mfi^. *3cmms.xm€[sntc 
[0 184] (Hiswi 8) :^«c%ffli,>r. ±»'Sts 

^WoMmn-itL. #BSfc«. STKM I 2 B ( J 
IS G3445) ^JeJiSJI^l 40mm. ^If7m 

*i3 0<imWTiJ6t-5J:^K:tt:±{f. »^l?iB{C. J i 
S B N i - 3 +aa(D«BJE«rWr SaSL^. 1 0 5 0 "C. (?. 
35 0m mON i *^^iS*^r»0. «:»«^*ff -> 

( 0 1 8 5 } ft 4a, a^<DJ]iJift:^r«cc«. ei«a3 k 

j!!i3^j|/K:«. tmiMH^Z 0 mm tfii^ 4 }\'t. 4 0 
mmAft*3-rjKD2a«*ffl(.»fc. ft^^ 



(20) 



37 



«^sa:* 1 2 5 0-- 1 3 5 o-c. »i$^ia*6 o 

CiK:J:02lSfiO/c. 

(0186] 'i^F>tifc^'sm^mmm. khis 



^§32 00 0- 1 07 87 0 
38 

[0 187] 
Ca7] 



KM 




« ft 


m 

M 


It 


IB 

St 


O 

Hits 






flTSS 

m 


(l) 




m 


»« 5% 


vmm^ 0% 






Kti«2 5% 


(U?i) 


m 




l»aj 




Bits 

mt 




5191 




* 




(Mr I) 


Mil 






1 ItA 


10 


t. 0 




20 




114 


«l 


SIS 


m 
















2 


wso 


10 


1.0 




40 


0 


403 


m 


sn 


















3 


t2S0 


10 


4.0 




3D 


40 


410 


m 


sn 


m 


sso 




ni 


m 








4 


usa 


iO 


i.O 




(0 


10 


446 


m 


sot 


m 


SiJ 




Sil 


m 


$$4 






5 




10 


2.0 




30 


4j 


4IS 


m 


S03 


m 


Si4 




SSI 


m 


SS9 






9 


use 


10 


Z. 5 




iO 


90 


470 


m 


4ft2 


m 


S12 


H 


S40 


m 






SS4 


7 


UCd 


10 


4.0 




30 


4J 


411 


m 


400 


m 


S4l 


m 


S4S 


m 


sss 


m 


SS3 


8 


UO'3 


IQ 


* 5. 




40 


IS 


411 


m 


471 


m 


S33 


n 


S40 


m 


5*7 


m 


sss 


9 


US9 


to 


4.0 




20 


47 


411 


m 


40S 


m 


S2S 


m 


!4I 


m 


jA7 


m 


SS7 


1 0 


1)55 


10 


4 0 




40 


90 


4iQ - 


m 


4iB 


m 


476 


m 


S2I 


m 


S19 


m 


551 


) 1 


135} 


300 


1.0 


). 14 


20 




$n 


m 


400 


m 


iU 


m 


;0S 


m 




m 


S4J 


mm 














100 


m 


SiS 


m 


m 


m 


Vi 


m 


SOi 


m 


&9I 



[0 188] STJ:"]. 

nKbCcO. ttl^tg€4 0mm <!:t- '&<!:, Il^tlifi$», 8 

0- 9 0 rami tt^SC <tAi*?A>i. 

CO 189] */c. *7J:0. KaifiS€:4 0-5 0 m 

CO 1 9 0 1 r^cte^. tHKW**ii . 0 0©*^. tt 

mil. 02 ttit. as***! 5%«T©lt^«: 
3) . 

coign cncoro. i . o 4ja± (H 

.«»#5. 7. 9. 11) b-Tht. WSmi20%t 
CO 19 2] Kttifi3*8 0-9 0mmil/A:»^feH 



iCi*5b*>.5 <IHIIS^2. 4. 6. 8. 10). 
CO 1 9 3] $6<C. R7J:0. »«Jai^€r|SJ-i L-fc 

•2.. -ruioii. mnamtiii. 02. Bjms^Auom 

SOmmiUfctS^tca. tltg^2 0%-C6t:eu-C'fc. 

CO 1 9 4 ] mmc. mmtiimifi 1.04. Ktass* 

6) . 

CO 1 9 5 1 w±oiem*»f>, isa5*5i£»3ii-ci../:fi.» 

50 Ci***>ofc. 



39 

10 196] (HifiWl 9) :!?aA' 

|g^i*©l£t*tf ^ fc. Aa®K:5i. API H 4 0 *> 
6^cS^1^7^>f- ( 1 78mm) . ^)50. 2 3 M 
(6miii) ©stStae^ffll*. C<DJH«©«^S 

CO 1 97 J -XiC, ffi;SSn/c^«©lSffiK:Wife€:JB 

[0 1981 <cto. jgasi. ?g«9-f+itrJ I S 

YGW2 1 Zmm) im^K ly-A,^iiXVC 

«. Ar + 2 0%CO, fl!)ai^;tf;^*fflt>. i[S«{ft2 
8 0A©^frT-Cff-:>fc. ^ 



CD ?fBa2 0 0 0- 1 07 87 0 

40 

* [0 19 9] (||»W2 0-2 I. Vcnmi 3-14) 

3) . 3% ammi 4) . 10% <iiffi«N2o) . a 
i/i 5% (ii«s«2 1 ) huciamt. mmm \ Qiisj 

/c. 

[0 20 0 1 HiSWl 9-2 I. &y:tt«0«l 3-1 4 

10 issKTsr. 

[020 11 
[US] 



n n Ho 


tttt^l 3 




wm\^ 9 


setfi0i|2o 


%iifi2 1 






A'l H40 


API H(0 


AM H40 


API N40 


API H40 






. /.OO 


r.oo 


'.00 


7.00 


7.00 




WSIOf) 


0.231 


Q. 231 


0. 231 


0. 231 


0. 23- 




0 


3 


5 


!0 


IS 




iSSf^-fV : J I S YGW2 1 (0 1. 2mm) 
i/-AK^^:^ : Ar + 20%CO2 
jS»«ai: 2 8 OA 


SSifi (%} 




n 


li 


1% 










»MRL 








(MPa) 


317 


49S 




719 


720 








« » 








X 


A 


O 


0 


0 



[0202] iSSS8fi2:S$*0%i t/tifctJW 1 3 rtt. 

[ 0 2 0 3 1 «a»LS$^3^4 1 4 rf>Pl 

0 ©aa^ffiao 6ti;c*i. «s©a«tfc«w 1 3 j: •) :J> 

JJtA^-jiTc. cmc*i[£fC. 5l«aaS«. 4 9 5MPa 

[0 204] cntcj^u JSBPtts^^-eti-en. 5 
%. 10%. at;! 5%iL/ciittwi 9. 2oac;2 

l,»rnfeS*t<!:^?f-C*.57 0 0MPat:t±*7S 
10 2 0 5] «±(DlSI!*>e.. 3fe)SB*»«-J-*^K:. 50 



[ 0 2 0 6 1 ^^^(immmi^SAc-oxitmaWL 

[0 20 7 1 WiLtf. at:g«:ffi(,»-5-5'>FUJU©jB1X 
-S V > K u > -C 6 ± I, ». 



(22) 

41 

«{C|fij7!P r S * J: 5 «c t r J: I, >. 
CO 2 0 9 ] ifc. ±iSltt©JB»rtt. ffilMi^ffi. 

[ 0 2 1 0 1 s 6«c. *»w«:ffi*a:«ffl^js§«#(* lo 

[0211] 

[0 2 I 2 } S/c. 7«>^I9I9CD^«^:£0»S^ 

•5. 

CO 2 1 3 J COJ:^«^a««6(*%!lteufc 
C 0 2 1 4 ] Jfft:. iSSS^Sdi^£<r)ji^11t:a$ri£S 



i|$5a20 0 0- 1 07 870 
42 

«^3UO(*}aiB9J«:«^-r SSH*'!^* < f i c i 

C 0 2 1 7 ] i.;U:©J:^Cc. $lfeH«{c«65Uf;gffl^B 
4©-c. cn%«^^«. ift^S'?', ^^{cio 

can *^^©s 1 ©iiJS6©)fj.«{c»sii!:fiffl^g 
CB2 ] B 1 ( d ) ic^rmsm^'sm-^^ammii 
CO 3 ] ^m<!^M2omt>i<oBmi,c^i>i&.mimi^ 
[04] gi2 (d) icintwsm^'sm^mwiii 

CHS] 135 (a) ~ (c) «. *^6^©S3©1I»© 
•C**). HS (d) «. as (c) «Cjj%rffi:gffl±«g 
CB6 ] iK!i#©-IM«)):c«jS«^-r»rfl50r««. 

■r»riBia-c*4. 

C1T^iii<»] 

3 0. 4 0, 5 0 ife»« 

3 2. 4 2. 5 2 #l3S9^^t« 

34 •7>KWil' 



1$M2 0 0 0- 1 07 8 70 




// E 2 1 B 17/08 



F I 

E 2 1 B 17/08 



«M2 000-107870 



(72)^W« mm 155* F5r-A(#^) 3H013 BA02 GAOl 

a^Di^giSrlf^K^eiBr 3 - 9 - m 4E067 AAOl AB02 AB05 AD03 AD04 

A©^?!^9I3^eS205 AD07 aA03 BAGS BHOl BH03 

CAOO QM)9 DA13 0B02 DC03 
CX:06 OC07 EA03 EC06 
4E081 MOS BA03 BA04 BA05 BA27 
CA07 DAia CA23 0^35 



f 



(19) Japan Patent Office (JP) 
(12) Japanese Unexamined Patent Application Publication (A) 
(11) Japanese Unexamined Patent Application Publication Number 2000-107870 

(P2000- 107870 A) 
(43) Publication Date: April 1 8, 2000 



(5 1 ) Int. Cl7 Identification No. FI Theme Code (Reference) 

B23K 20/00 310 B 23 K 20/00 310 L 3H013 

B21D 41/02 B21D 41/02 D 4E067 

B23K 9/028 B23K 9/028 B 4E081 

F16L 13/02 F16L 13/02 

15/00 15/00 

Application for Inspection: Not yet filed 
No. of Claims: 9 OL (Total pages 25) 
Continued on the last page 



(21) Application No.: Patent Application HI 0-286403 

(22) Application Filed: October 8, 1998 



(71) Applicant: 

(72) Inventor: 

(72) Inventor: 

(72) Inventor: 
(74) Agent: 



000003713 

Daido Steel Company, Incorporated 

1- 11-18 Nishiki, Naka-ku, Nagoya-shi, Aichi-ken 

Sueo Hiyamizu 

501 Yagoto Sun Heights, 2-311 Omoteyama, Tenpaku-ku, Nagoya-shi, 
Aichi-ken 

[Hakuji] Horio 

18 Minami-Shikamochi, Kagiya-cho, Toukai-shi, Aichi-ken 
Daido Steel, Chita Dormitory C-317 

Kazushige [Kiaki] 

2- 38 [illegible], Midori-ku, Nagoya-shi, Aichi-ken 
100095669 

Patent Attomey Noboru Ueno (1 Outside Individual) 

Continued on the last page 



(54) Title of the Invention: Metal Pipe Joint for Pipe Expansion and the Manufacturing Method Thereof 

(57) Summary 
(Problem) 

Provide a metal pipe joint for pipe expansion and its manufacturing method, wherein even in the case of 
pipe expansion, (a) there is no decrease in the strength or the airtightness of the junction, (b) there is little 
deformation resistance at the time of pipe expansion, and (c) it is possible to reduce the level differences 
that occur in the junction. 

(Means for Solving the Problem) 

Obtain metal pipe joints 32 and 52 in which the internal diameters of the junctions are greater than the 
internal diameters of the non-conjugative regions, by either (a) diffusion bonding or welding to one another 
metal pipes 30 whose internal diameters in the vicinity of the ends have been expanded such that the end 
diameter expansion rate is greater than 5%, or (b) dif^ing bonding metal pipe 50, whose internal diameter 
in the vicinity of the end has not been expanded, such that it reaches a prescribed lateral expansion rate. 



Furthermore, obtain metal pipe joint 42 in which the internal diameter of the junction is greater than the 
internal diameter of the non-conjugative regions by mechanically fastening to one another metal pipes 40 
whose internal diameters toward the ends have been expanded such that the end diameter expansion rate is 
greater than 10%. 

[see source for drawings] 
(c) 

Machine work Machine work 
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(Scope of Patent Claims) 
(Claim 1) 

A metal pipe joint for pipe expansion conq)rised of a plurality of bonded metal pipes, wherein the internal 
diameter of the junction is greater than the internal diameter of the non-conjugative regions. 

(Claim!) 

A manufacturing method for a metal pipe joint for pipe expansion in which the internal diameter in the 
vicinity of the end of the metal pipe is expanded and said metal pipes are bonded to one another. 

(Claim 3) 

The manufacturing method for a metal pipe joint for pipe expansion according to Claim 2 in which the 
internal diameter in the vicinity of the end of said metal pipe is expanded such that the end diameter 
expansion rate is greater than 5%. 

(Claim 4) 

The manufacturing method for a metal pipe joint for pipe expansion according to either Claim 2 or Claim 3 
in which the bonding method is a diffusion bonding method. 

(Claim 5) 

The manufacturing method for a metal pipe joint for pipe expansion according to either Claim 2 or Claim 3 
in which the bonding method is an arc welding method. 

(Claim 6) 

A manufacturing method for a metal pipe joint for pipe expansion m which the internal diameter in the 
vicinity of the end of the metal pipe is expanded, thread is formed on the end of said metal pipe, and said 
metal pipes are mechanically fastened to one another with said thread. 

(Claim 7) 

The manufacturing method for a metal pipe joint for pipe expansion according to Claim 6 in which the 
internal diameter in the vicinity of the end of said metal pipe is expanded such that the end diameter 
expansion rate is greater than 10%, 

(Claim 8) 

A manufacturing method for a metal pipe joint for pipe expansion in which metal pipes whose internal 
diameters in the vicinity of the ends have not been expanded are butted, and are diffusion bonded under 
bonding conditions such that the junction vicinity laterally expands. 

(Claim 9) 

The metal pipe joint for pipe expansion according to Claim 8 that is diffusion bonded such that the lateral 
expansion rate of the junction vicinity is greater than 1.04. 

(Detailed Description of the Invention) 
(0001) 

(Technical Field of the Invention) 

The present invention is related to a metal pipe joint for pipe expansion and the manufacturing method 
thereof; more specifically, it is related to an ideal metal pipe joint for pipe expansion and its manufacturing 
method used for the plumbing for plants or line piping that is used in the chemical industry or the 
petrochemical industry, or as the oil well pipe of casing tubes, production tubes, or coiled tubes used in oil 
wells. 



(0002) 



(Prior Art) 

Conventionally, in fields such as the chemical industry and the petrochemical industry, long metal pipes are 
used in order to transport corrosive liquids over long distances. For example, pipe lines are for the purpose 
of transporting crude oil obtained from an oil field to an oil refinery, for example, and their lengths span 
across tens of kilometers. 

(0003) 

Furthermore, when digging an oil well, in order to preserve the gallery that was excavated beneath the 
ground or to prevent crude oil leakage, steel pipes called casing are buried within the gallery. The oil field 
is normally in a location several thousand meters under ground, so it is necessary that the casing also have 
the length of several thousand meters. 

(0004) 

Moreover, seamless steel pipes that are superior with respect to corrosion resistance are generally used for 
metal pipes that are exposed to a corrosive environment, but the length of industrially mass produced 
seamless steel pipes is between 10 - 15 m, and the upper limit on the possible manufactured length is 
approximately 100 m. Accordingly, joints that connect multiple seamless steel pipes of length between 10 - 
15 m are used in line piping or oil well pipe such as casing. 

(0005) 

As a bonding method for metal pipe that is used in such apphcations, threaded connection methods 
(mechanical couphng method), welding methods (orbital welding method), and diffusion bonding methods 
are well known. 

(0006) 

Furthermore, as for the joints (called "metal pipe joints" hereafter) in which multiple metal pipes that have 
prescribed length are united, it is typical for them to be used as they are, without expanding or reducing the 
internal diameter. In other words, it is typical for n^etal pipe joints that have a desired internal diameter to 
be manufactured by bonding metal pipes that have a desired internal diameter. 

(0007) 

However, in contrast to line piping that is laid above ground, casing that is used in oil wells is buried 
beneath the ground, so there are the following problems in using metal pipe joints that have prescribed 
internal diameters as casings without modification. 

(0008) 

Stated sinq>ly, it is difficult to excavate a bare gallery towards an oil field diat is in a location several 
thousand meters under ground. Therefore, oil well excavation operations sequentially repeat the following 
operations: (a) the operation of excavating a gallery using a drill pipe that has a bit that is mounted on its 
tip, (b) the operation of burying casing at a location in which digging has advanced to a certain extent in 
order to protect the gallery, and (c) the operation of pouring cement between the buried casing and the 
stratum, and stabilizing the casing. As a result, oil wells have a structure in which multiple casing is 
overlapped in a nested form. 

(0009) 

The structure of a typical oil well is shown in Figure 6. Oil well 10 that is illustrated in Figure 6 is equipped 
with conductor pipe 12 that has a maximum external diameter for the purpose of protecting the gallery wall 
in the vicinity of the surface of the earth, siuface casing 14 that is sequentially inserted in a nested form into 
conductor pipe 12, intermediate casing 16, and four production casings 18 of maximum length that reach 
oil stratum 20. 

(0010) 

However, when burying the next casing (called "inner side casing" hereafter) inside the gallery through the 
hole in the center of the casing that was previously buried (called ''outer side casing" hereafter), there are 
cases in which the insertion of the inner side casing becomes difficult because the axis of the inner side 
casing and the axis of the outer side casing shift out of alignment, or the shape of either the inner side 



casing or the outer side casing is irregular. Therefore, it was necessary to make the external diameter of the 
inner side casing approximately 10 - 30% smaller than the internal diameter of the outer side casing to be 
on the safe side. 



(0011) 

Furthermore, the production efUciency of the oil well is dependant on the internal diameter of the 
production casing that reaches the oil stratum. 
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Japanese Unexamined Patent Application 2000-107870 



Accordingly, in order to secure prescribed production efficiency, it is necessary not only to give the internal 
diameter of the production casing a prescribed size, but also to enlarge the internal diameter of the casing 
that was previously buried. Therefore, the necessity to enlarge the internal diameter of the gallery that is 
excavated in the vicinity of the surface of the earth arose, and became a factor that increases the cost of oil 
well drilling. 

(0012) 

Thereby, in order to solve this problem, a method was disclosed in Published Japanese Translation of a 
PCT Application H7-5076i0 that expands the casing in the radial direction with respect to the borehole by 
burying casing made from malleable materials in the borehole that was excavated under the earth, and 
expanding a hydraulic expanding tool within the casing. 

(0013) 

Furthermore, a method was disclosed in International Publication Number WO98/0062 that inserts steel 
pipe made from a malleable type of metal, which generates strain hardening, into either a gallery or casing 
that was previously buried without incidence of necking or ductile fracture, and expands casing using a 
mandrel that has a tapered surface made of a noimietal material. 

(0014) 

Through the methods disclosed in Published Japanese Translation of a PCT Application H7-507610 or 
International Publication Number WO98/0062, it is possible to insert inner side casing that has a relatively 
small external diameter in coir^arison to the gallery or outer side casing internal diameter, so there is the 
advantage that it is possible to smoothly perform the irmer side casing insertion operation. 

(0015) 

Moreover, the expansion of inner side casing that was inserted into a gallery of outer side casing is 
performed using a hydraulic expansion tool or a mandrel, so there is the advantage that nearly the entire 
cross sectional area of the gallery can be used for crude oil transportation. Furthermore, because the 
effective cross sectional area of the gallery becomes large, there is the advantage that it is possible to 
reduce the internal diameter of the gallery to be excavated, and it is thus possible to cut excavation costs. 

(0016) 

Furthermore, as disclosed in Published Japanese Translation of a PCT Application H7-507610, in the case 
in which casing is expanded in the radial direction with respect to the borehole, the casing is maintained by 
the coii^)ressive stress received from the borehole wall, so there is the advantage that the cementing 
operation becomes unnecessary. 

(0017) 

(Problems Addressed by the Invention) 

However, the entire length of casing that is used in oil wells reaches several thousand meters, so although 
junctions must necessarily be present, junctions are not taken into consideration in either Published 
Japanese Translation of a PCT Application H7-507610 or International Publication Number WO98/0062. 

(0018) 

For example, in the case in which metal pipes are bonded through welding methods or metallurgical 
bonding methods such as diffiision bonding to form metal pipe joints, heat-affected zones generate at the 
time of bonding in the vicinity of the junctions, so there are cases in which the deformability decreases. 
Therefore, in the case in which the obtained metal pipe joints are expanded as they are using a mandrel, for 
exan^le, there is the problem in which there is a danger that fissures will generate in the junctions. 

(0019) 

Moreover, in the case in which metal pipe is bonded through a threaded connection method to form a metal 
pipe joint and this is expanded with a mandrel, for example, there is the problem that the thread portion 



becomes loose due to plastic-deformation at the time of expansion and the airtightness of the junction 
decreases. 



(0020) 

Furthermore, the threaded connection method normally forms outer thread 1 a and 2b on the ends of metal 
pipes 1 and 2 as shown in Figure 7, and unites metal pipes 1 and 2 through coupling 7 that has internal 
thread 7a that can screw into this external thread la and 2b, Accordingly, the vicinity of the junction 
becomes more thick-walled than the non-conjugative regions, so in the case in which such a metal pipe 
joint is expanded using a mandrel, for exanqjle, there is the problem in which the deformation resistance of 
the junction becomes large and the expansion operation cannot be performed smoothly. 

(0021) 

Moreover, in the case in which a metal pipe joint with length of several thousand meters that has a uniform 
intemal diameter is expanded at once using a mandrel, the mandrel constantly receives a reactive force 
from the metal pipe joint at the time of the pipe expansion, so a large motive energy becomes necessary to 
move the mandreL 



(0022) 

In order to solve this problem, a point is disclosed in International Publication Number WO98/0062, for 
example, in which the frictional force that generates between the mandrel and the casing is reduced by 
constructing the tapered surface of the mandrel with a nonmetal material such as zirconia, but there is no 
change in the fact that the mandrel continuously receives a constant reactive force from the casing during 
pipe expansion, and it is insufficient with respect to motive energy conservation. 

(0023) 

Furthermore, as disclosed in Published Japanese Translation of a PCT Application H7-507610, it is 
possible to conserve motive energy in con^arison to the case in which the mandrel is expanded all at once 
by repeating the following process: retain Ae hydraulic expansion tool in a location within the casing, 
expand the hydraulic expansion tool and expand only the casing that is in that position, and then move it to 
the upper region after contracting the hydraulic tool. However, this results in expanding the casing in a 
multistage manner, so there is the drawback that the operation efficiency is poor. 

(0024) 

Moreover, in the case in which the metal pipe is bonded using a diffusion bonding method, it is typical to 
evenly process only the end face of the metal pipe and use it for bonding without adjusting the periphery 
surface and the wall thickness. However, in industrially mass produced metal pipes, there is a prescribed 
dimensional tolerance, and the external diameters and wall thickness of each metal pipe vary within the 
range of the dimensional tolerance. 

(0025) 

Therefore, in the case in which mass produced metal pipes are used as they are in difftision bonding, there 
is the danger that level differences will arise in the junctions of the metal pipe joints that are obtained. 
Stress tends to concentrate in level differences that generate in the junctions, so in the case in which such 
metal pipe joints are expanded, there is the danger that fissures will generate from the regions of level 
differences. Furthermore, because the level differences remain in the jimctions even after pipe expansion, 
there is the danger that fatigue characteristics and corrosion resistance will diminish due to stress 
concentration or the retention of corrosive substances. However, nothing is disclosed in the aforementioned 
prior art literature regarding specific means to solving such problems. 
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(0026) 

A problem addressed by the present invention is to provide a metal pipe joint for pipe expansion and its 
manufacturing method in which (a) fissures do not generate in the junction, even if pipe expansion is 
performed, and (b) there is no reduction in the airtightness of the junction that originates from the loosening 
of thread. 

(0027) 

Furthermore, another problem addressed by the present invention is to provide a metal pipe joint for pipe 
expansion and its manufacturing method, in which (a) the deformation resistance at the time of pipe 
expansion is small and (b) motive energy conservation in the pipe expansion operation is possible. 

(0028) 

Furthermore, another problem addressed by the present invention is to provide a metal pipe joint for pipe 
expansion and its manufacturing method, in which (a) the level differences that arise in the junctions are 
small, and (b) is superior with respect to strength, fatigue characteristics, and corrosion resistance. 

(0029) 

(Means for Solving the Problems) 

In order to solve the aforementioned problems, the metal pipe joint for pipe expansion of the present 
invention can be summarized in that it is a metal pipe joint in which multiple metal pipes have been 
bonded, and the internal diameters of the junctions are larger than the internal diameters of the non- 
conjugative regions. 

(0030) 

Specifically, such a metal pipe joint for pipe expansion can be easily manufactured by expanding the 
internal diameter of the vicinity of the end of the metal pipe in advance, and then bonding like metal pipes 
to one another. In this case, it is desirable to expand the internal diameter of the vicinity of the end of the 
metal pipe such that the end diameter expansion rate is greater than 5%. If the end diameter expansion rate 
is less than 5%, then there is the danger that fissures will generate from the junctions when performing pipe 
expansion, so this is undesirable. Moreover, in this case, a diffusion bonding method or an arc welding 
method would be ideal as a bonding method. 

(0031) 

Moreover, a metal pipe joint such as ^t described above can also be manufactured by expanding the 
intemal diameter in tiie vicinity of the end of the metal pipe, forming thread on the end of the metal pipe, 
and mechanically fastening like metal pipes to one anotfier with the thread. In this case, it is desirable to 
expand the intemal diameter of the vicinity of the end of the metal pipe such that the end diameter 
expansion rate is greater than 10%. If the end diameter expansion rate is less than 10%, the thread regions 
plastic-deform and the airtightness of the thread regions decreases, so this is undesirable. 

(0032) 

Furthermore, a metal pipe joint such as that described above can also be manufactured by butting metal 
pipes whose intemal diameters in the vicuuty of the end have not been expanded, and diffusion bonding 
them under bonding conditions such that the jimction vicinity laterally expands. In this case, it is desirable 
to perform diffusion bonding such that the lateral expansion rate in the junction vicinity is greater than 
1.04%. If the lateral expansion rate is less than 1.04%, there is the danger that fissures will generate from 
the junctions when performing pipe expansion, so this is undesirable. 

(0033) 

As for the metal pipe joint for pipe expansion of the present invention that has the configuration described 
above, the intemal diameters of ^e junctions are larger than the intemal diameters of the non-conjugative 
regions, so in the case in which such a metal pipe joint for pipe expansion is expanded using a man(h*el, for 
example, it is possible to restrain the plastic stress of the junctions such that it is less than the plastic stress 
of the non-conjugative regions. 



(0034) 

Therefore, it becomes difficult for fissures to generate in the junctions due to pipe expansion, even in the 
case in which, for example, when metal pipe whose end internal diameters have been expanded at a 
prescribed end diameter expansion rate are bonded through difiusion bonding or welding methods and the 
obtained metal pipe joint is expanded, heat-affected zones generate in the vicinity of the bonding 
boundaries and the deformability in the vicinity of the bonding boundaries is diminished. 

(0035) 

Moreover, if metal pipes whose end internal diameters have not been expanded are butted, a metal pipe 
joint is formed by plastic-deforming the junction into a barrel shape at a prescribed lateral expansion rate 
with the pressure at the time of diffusion bonding, and this is expanded; then not only is the generation of 
fissures in the junction restrained, but there is also the advantage that the process of expanding the end 
internal diameters of the metal pipes becomes unnecessary. 

(0036) 

Furthermore, in the case in which a metal pipe joint is formed by using a threaded connection method to 
bond metal pipes whose end internal diameters have been expanded at a prescribed end diameter expansion 
rate, if the metal pipe joint is expanded such that the pipe expansion rate is less than the end diameter 
expansion rate, then there is to be no incidence of plastic-deformation of the junction. Therefore, there is no 
decrease in airtightness, which originates from the loosening of thread. 

(0037) 

Moreover, in the metal pipe joint for pipe expansion of the present invention, the internal diameters in the 
junction vicinity are greater than the internal diameters of the non-conjugative regions, so the deformation 
resistance in the junction vicinity becomes small. Therefore, it is possible to perform the pipe expansion 
operation smoothly, and the motive energy in the pipe expansion operation is also conserved. 

(0038) 

Furthermore, in the case in which a metal pipe joint is formed by expanding the ends of the metal pipes at a 
prescribed end diameter expansion rate in advance and bonding the expanded metal pipes, it is possible to 
at least align each of the metal pipes through diameter expansion. Therefore, even in the case in which a 
metal pipe joint is manufactured using metal pipes in which the external diameters or wall thicknesses vary 
within a prescribed dimensional tolerance, it is possible to reduce the level differences that generate on the 
inside surface of the junction, and it becomes possible to obtain a metal pipe junction that is superior with 
respect to strength, fatigue characteristics, and corrosion resistance. 

(0039) 

(Embodiments of the Invention) 

Embodiments of the present invention will be explained in detail below with reference to the drawings. 
Figure 1 is a flow chart that shows manufacturing method (called "method A" hereafter) for the metal pipe 
joint for pipe expansion of the first embodiment of the present invention. In Figure 1, method A conqjrises 
a diameter expansion process, an end face finishing process, and a diffusion bonding process. 

(0040) 

First, the diameter expansion process will be explained. The diameter expansion process in which only the 
internal diameters of both ends inside cylindrical metal pipe 30 as shown in Figure 1 (a) are enlarged using 
an appropriate industrial tool, and metal pipe 30, in which the internal diameter di of the end has become 
greater iimk the internal diameter do in the center, is processed as shown in Figure 1 (b). 

(0041) 

Here, as for the metal pipe 30 that is used in the present invention, there are no particular restrictions 
regarding material quality or dimensions as long as it is of a material that has deformabihty that can 
withstand the pipe expansion described later. For exanple, in metal pipe joints that are used in applications 
in which only mechanical characteristics are required, it is possible to use carbon steel for metal pipe 30. 
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Moreover, in applications in which both strength and corrosion resistance of line pipes or oil well pipes are 
required, for example, it is possible to xise stainless steels such as martensitic stainless steel, two-phase 
stainless steel, or austenitic stainless steel, or Ti alloy. 

(0042) 

Moreover, in the present invention, the increment of the internal diameter of metal pipe 30 after expansion 
with respect to the minimum value of the internal diameter of each metal pipe 30 prior to expansion is 
called the end diameter expansion rate, and it is defined by the following Formula 1. 

(0043) 
(Formula 1) 

End diameter expansion rate (%) = (di - do mn) x 100/do min- 
Where: 

d|: internal diameter of the end of metal pipe 30 after expansion 

do min- minimum value of the internal diameter of the end of metal pipe 30 prior to expansion 

(0044) 

In the case of method A, it is desirable for the end diameter expansion rate to be greater than 5%. If the end 
diameter expansion rate is less than 5%, then the necessity to greatly plastic-deform the junctions arises in 
the pipe expansion process explained later, and there is the danger that flssiures will generate in the 
junctions, so this is undesirable. Moreover, if the end diameter expansion rate is less than 5%, there are 
cases in which large level differences generate in the junctions due to the dimensional accuracy of each 
metal pipe 30, and the fatigue strength diminishes, so this is also imdesirable. 

(0045) 

This is because, if the end diameter expansion rate is less than 5% in the case in which the intemal diameter 
of metal pipe 30 varies within a prescribed dimensional tolerance, there is the danger that only metal pipes 
whose intemal diameter do prior to expansion is smaller than the intemal diameter di after e;qpansion will 
be expanded, and metal pipes that have intemal diameters greater than di will not be expanded. 

(0046) 

Also, as the minimum value do mm of the intemal diameter that is used to calculate the end diameter 
expansion rate, from the perspective of allowing for safety it is desirable to use the minimum value 
anticipated from the specifications of the metal pipe used in bonding, but it would also be acceptable to use 
an actual measurement. 

(0047) 

Moreover, from the perspective of reducing plastic-deformation in the junctions and restraining the 
generation of fissures, the larger the end diameter expansion rate is the better. Therefore, in accordance 
with the simplicity of the processing of metal pipe 30 and the apphcations of the metal pipe joint that is 
obtained, diameter expansion should be performed with the ideal end diameter expansion rate within a 
range below the pipe expansion rate described later. 

(0048) 

Moreover, the length (called "diameter expansion length" hereafter, represented by "Lj" within Figure 1 
(b)) of the portion in which the internal diameter was enlarged through diameter expansion may be 
arbitrarily chosen with consideration on the sin^hcity of processing of metal pipe 30 and the applications, 
but from the perspective of reducing deformation resistance in the pipe expansion process described later 
and conserving motive energy in the pipe expansion operation, the longer it is the better. 

(0049) 

Furthermore, there are no particular restrictions on the diameter expansion method either, and it is possible 
to use various methods. Normally, a mandrel or a plug that has an external diameter corresponding to d| 



that is expressed in Formula 1 should be inserted into the end of metal pipe 30 up to a prescribed length, 
and the end internal diameter should then be expanded. 

(0050) 

Next, the end face fmishing process will be explained. The end face finishing process is a process in which, 
as shown in Figure 1 (c), the end face of metal tube 30, whose end internal diameter was expanded through 
the diameter expansion process, is machine fmished to a prescribed surface roughness. This is because, if 
the surface texture of the end face of metal pipe 30 is rough, then the bonding boundaries will not 
sufficiently adhere and high bond strength will not be obtained in the diffusion bonding process described 
later. 

(0051) 

Also, there are no particular restrictions regarding the end surface finishing method, and various methods 
such as grinding or lapping can be used. Moreover, in the case in which the surface roughness of the end 
face of metal pipe 30 is held within a prescribed range even after diameter expansion, the end face finishing 
process is not absolutely necessary, and it can be omitted, 

(0052) 

Next, the diffusion bonding process will be explained. The diffusion bonding process is a process in which 
metal pipes 30, whose end internal diameters were expanded in the diameter expansion process and whose 
end faces were finished to a prescribed surface roughness in the end face finishing process, are butted and 
like metal pipes 30 are diffusion bonded to one another. 

(0053) 

Here, as for the diffusion bonding method, there is (a) solid phase diffusion bonding that directly butts 
metal pipes 30 and diffuses elements while maintaining them in the solid phase, and (b) liquid phase 
diffusion bonding that places an insert material onto the bonding boundary and diffuses elements while 
temporarily melting the insert material, and either method may be used. 

(0054) 

In particular, with liquid phase diffusion bonding, joints that have strength that is equivalent to that of the 
parent material can be obtained in a short period of time in conparison to solid phase diffusion bonding, so 
it is ideal as a bonding method. One example of metal pipe joint 32 that is bonded through liquid phase 
diffusion bonding by placing insert material 36 on the bonding boundary of metal pipes 30 and 30 is shown 
in Figure 1 (d). 

(0055) 

Moreover, as for the conditions for diffusion bonding, an ideal range should be chosen according to the 
material of the metal pipe 30 that is used. Specifically, it should be performed under the following 
conditions. 

(0056) 

First, it is preferable for the surface roughness Rmax of the bonding surface to be less than 50 fan. If the 
surface roughness Rmax of the bonding surface exceeds 50 /im, like metal pipes 30 will not sufficiently 
adhere at the bonding surface and high bonding strength will not be obtained, so this is not desirable. From 
the perspective of obtaining high bonding strength, the smaller the surface roughness Rmax is the better. 

(0057) 

Moreover, as for the insert material 36 that is used, a Ni-family alloy or Fe-family alloy that has a melting 
point that is less than 1 200*^0 is ideal. If the melting point of insert material 36 exceeds 1200**C, a high 
bonding temperature will become necessary, which is imdesirable because the parent material will be 
melted during bonding, or unbonded portions will generate because insert material 36 is not melted. 



(0058) 



Furthermore, the thickness of the insert material 36 that is used is preferably less than 100 ftm. If the 
thickness of the insert material 36 exceeds 100 /mi, the diffusion of elements at the bonding boundary will 
not be sufficiently performed and the bonding strength will diminish, so this is undesirable. 



(0059) 

Also, there are no particular restrictions regarding the shape of insert material 36, 
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and an insert material 36 nmde of foil with thickness less than 100 fim may be placed on the bonding 
boundary. Alternatively, it would also be acceptable to disseminate a powder or squamation insert material 
36 on the bonding boundary, or to make it into a paste and apply it to the bonding boundary in order to 
bring the thickness to less than 100 fim. 

(0060) 

A non-oxidizing atmosphere is preferable for the bonding atmosphere. If bonding is conducted imder an 
oxidizing atmosphere, the bonding boundary vicinity will oxidize and the bonding strength will diminish, 
so this is undesirable. 

(0061) 

It is ideal for the bonding temperature to be within a range that is greater than 1 250°C and less than 
1400°C. If the bonding temperature is less than 1250°C, portions of insert material 36 will not melt, or the 
diffusion of elements will not be conducted sufficiently, causing the bonding strength to diminish, so this is 
undesirable. Moreover, if the bonding temperature is greater than MOOT, there is the danger that the 
parent material will melt, so this is not desirable. 

(0062) 

It is ideal for the retention time of the bonding temperature to be greater than 30 seconds and less than 300 
seconds. If the retention time is less than 30 seconds, the diffusion of elements on the bonding boundary 
will become insufficient and the bonding strength will diminish, so this is undesirable. Moreover, the 
operation efficiency will diminish if the retention time is greater than 300 seconds, so this is also 
undesirable. 

(0063) 

Furthermore, it is ideal for the pressure that is applied to the bonding boundary to be greater than 1 .5 MPa 
and less than 5 MPa. If the applied pressure is less than 1 .5 MPa, the adherence of the bonding boundary 
will become insufficient and die bonding strength will diminish, so this is undesirable. 

(0064) 

Moreover, in method A, pipe expansion of the metal pipe joint is performed in the pipe expansion process 
described later after the metal pipes are bonded, so it would be acceptable for the junction vicinity to 
slightly defoim after bonding. However, if the sum of the increment of the internal diameter in the diameter 
expansion process and the increment of the internal diameter that originates &om deformation at the time of 
bonding exceeds the pipe expansion rate in the pipe expansion process described later, then irregularities 
will remain in the vicinity of the bonding boundary even after pipe expansion, which becomes a cause for 
the reduction of bonding strength. Accordingly, in method A, it is ideal to configure the applied pressure to 
less than 5 MPa such that the jimction vicinity does not excessively deform. 

(0065) 

Moreover, as a heating method when performing diffusion bonding, it is possible to use various methods 
such as high frequency induction heating, high frequency direct conduction heating, or resistance heating. 
Among these, with high frequency induction heating and high frequency direct conduction heating, it is 
possible to easily heat even with a relatively large material to be bonded, the heating efficiency is high, and 
it is possible to heat to the bonding temperature in an extremely short amount of time, so they are 
particularly suitable as heating methods. 

(0066) 

However, as for the high frequency current that is used in high frequency induction heating or high 
frequency direct conduction heating, it is ideal to use a current that has frequency less than 100 kHz. If the 
frequency exceeds 100 kHz, only the surface will be heated due to the skin effect and the entire bonding 
surface will not be heated unifomily, so this is imdesirable. 



(0067) 



Next, the pipe expansion process for the metal pipe joint for pipe expansion that was obtained in this way 
will be explained. The pipe expansion process is a process in which pipe expansion is performed on the 
metal pipe joint 32 that was manufactured in the diameter expansion process, end face finishing process, 
and the diffusion bonding process described above, and the internal diameter of metal pipe joint 32 is set to 
a uniform size. 

(0068) 

Specifically, mandrel 34 is inserted as shown in Figure 2 (a) from one end of metal pipe joint 32 whose 
internal diameters of the junctions and non-conjugative regions are respectively di and do, mandrel 34 is 
moved towards the other end of metal pipe joint 32 as shown in Figure 2 (b), and the internal diameter of 
metal pipe joint 32 is enlarged to d2. In the present invention, the increment of the internal diameter after 
pipe expansion with respect to the minimum value of the internal diameter of the non-conjugative regions 
prior to pipe expansion is called the pipe expansion rate, and it is defined by the following Formula 2. 

(0069) 
(Formula 2) 

Pipe e3q)ansion rate (%) = (da - do min) x 1 00/do min 
Where: 

dii internal diameters of the non-conjugative regions after pipe expansion 

do mm^ minimum value of the internal diameters of the non-conjugative regions prior to pipe expansion 
(0070) 

Also, in the case of method A, the pipe expansion rate may be arbitrarily chosen with consideration on the 
deformability of metal pipe 30 and the application of metal pipe joint 32. Moreover, if the bonding 
conditions are appropriate, it is possible to highly maintain the deformability of the junction vicinity, so it is 
also possible to expand with a pipe expansion rate that is larger than the end diameter expansion rate. 
Furthermore, it would be acceptable to use the minimum expected value from the specifications as the 
minimum value do mm of the internal diameter of the non-conjugative regions prior to pipe expansion, and 
die fact that an actual measurement may also be used is the same as for Formula L 

(0071) 

Next, the effects of method A will be explained. If the diameters of the ends of metal pipes 30 (Figure 1 
(a)) that have prescribed length and internal diameter are expanded with a prescribed end diameter 
expansion rate and a prescribed diameter expansion length Li (Figure 1 (b)), and like metal pipes 30 are 
diffusion bonded to one anodier after (he end faces are machine finished to a prescribed surface roughness 
(Figure 1 (c)), then it is possible to obtain metal pipe joint 32 in which the internal diameters d| of the 
junctions have become larger than the internal diameters do of the non-conjugative regions as shown in 
Figure 1 (d). 

(0072) 

If mandrel 34 is inserted into one end of such a metal pipe joint 32 and mandrel 34 is moved towards the 
other end, then the internal diameter of metal pipe joint 32 enlarges, and it is possible to obtain metal pipe 
joint 32 ^t has a constant internal diameter dz as shown in Figure 2 (b). 

(0073) 

At this time, the internal diameter di of the junction prior to pipe expansion has become greater than the 
internal diameters d© of the non-conjugative regions, so the plastic stress of the junction at the time of pipe 
expansion becomes smaller than the plastic stress of the non-conjugative regions. Therefore, it becomes 
difficult for fissures to generate in the junction due to pipe expansion, even in the case in which heat- 
affected zones generate at the time of diffusion bonding and the deformability of the junction diminishes. 

(0074) 

Moreover, because the internal diameter di of the junction is larger than the internal diameter do of non- 
conjugative regions, the deformation resistance in the junction vicinity becomes small. The quantity of 
diminution becomes larger as the internal diameter d| of the junction becomes larger or the diameter 
expansion length Li becomes longer. Therefore, the sum of the firictional resistance that mandrel 34 



receives at the time of pipe expansion becomes small in comparison to the case in which a metal pipe joint 
that has a uniform internal diameter is expanded, and motive energy is conserved in the pipe expansion 
operation. 
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(0075) 

Furthermore, even in the case in which the exterior diameters and wall thicknesses of each metal pipe 30 
vary within the dimensional tolerance, if the internal diameters in the end vicinity of metal pipes 30 are 
expanded and they are bonded after the internal diameters of all of the metal pipes 30 are aligned, then it is 
possible to reduce the level differences that generate on the inner periphery side of the junction of metal 
pipe joint 32. Therefore, with such a metal pipe joint 32, the danger that fissures that originate from level 
differences in the junction will generate is small, even if pipe expansion is performed. Moreover, stress 
concentration and the retention of corrosive substances become unlikely, so the strength, fatigue 
characteristics, and corrosion resistance of metal pipe joint 32 that was expanded will not diminish. 

(0076) 

Also, a difiiision bonding method is used as the bonding method in method A described above, but it would 
also be acceptable to use an arc welding method, and through this it would be possible to obtain the same 
results (called "method A'" hereafter). In this case, the internal diameters of the end vicinity of metal pipes 
30 are expanded with a prescribed end diameter expansion rate in the diameter expansion process, grooves 
are formed on metal pipes 30 in the end face fmishing process, and these are butted and molten metal is 
clad in the grooves. 

(0077) 

Next, the manufacturing method of the metal pipe joint for pipe expansion of the second embodiment of the 
present invention will be explained. Figure 3 is a flow chart that shows the manufacturing method (called 
"method B'* hereafter) of the metal pipe joint for pipe expansion of the second embodiment of the present 
invention. In Figure 3, method B conq)rises a diameter expansion process, a thread working process, and a 
fastening process. 

(0078) 

The diameter expansion process is a process in which, in the same manner as method A explained above, 
by enlarging only the internal diameter of the end vicinity within cylindrical metal pipe 40 as shown in 
Figure 3 (a) using an appropriate industrial tool, the metal pipe 40, in which the internal diameter of the end 
vicinity has been expanded at a prescribed end diameter expansion rate, is processed as shown in Figure 3 
(b). 

(0079) 

However, in the case of method B, it is desirable for the end diameter expansion rate to be greater than 
10%. If the end diameter expansion rate is less than 10%, the necessity to greatly plastic-deform the 
junctions in the pipe expansion process described later will arise, and if junctions that have been fastened 
through threaded connection methods are plastic-deformed, the thread will become loose and the 
airdghtness will diminish, so this is undesirable. 

(0080) 

Also, (a) the fact that any material that has deformability that can withstand the pipe expansion can be used 
for metal pipe 40, (b) the fact that the expansion length Li can be arbitrarily chosen with consideration on 
sin^licity of processing of metal pipe 40, and (c) the fact that various methods can be used for the diameter 
e3qi>ansion method are all the same as method A described above. 

(0081) 

Next, in the thread working process, external thread 40a is formed on the end of metal pipe 40 whose end 
internal diameter was expanded in the diameter expansion process, as shown in Figure 3 (c). Also, in the 
case of threaded connection methods, the load that can support the junctions is dependant upon the length 
L2 of the thread, so it is possible to arbitrarily establish thread lengtfi L2 according to the characteristics 
required by metal pipe joint 42. 



(0082) 



Next, the fastening process is a process in which like metal pipes 40, whose end internal diameters were 
expanded in the diameter expansion process and external thread 40a was established on the ends in the 
thread working process, are fastened to one another using coupling 44. Internal thread 44a that can screw 
into external thread 40a that was formed on metal pipes 40 is formed on coupling 44. Metal pipe joint 42 
that was obtained in this way is shown in Figure 3 (d). 

(0083) 

The manufactured metal pipe joint 42 is expanded in the same maimer as with metal pipe joint 32 that was 
obtained through method A, and the internal diameter of metal pipe joint 42 is enlarged to the imiform size 
d2. Specifically, mandrel 34 is inserted from one end of metal pipe joint 42 as shown in Figure 4 (a), and 
the internal diameter of n^tal pipe joint 42 is expanded with a prescribed pipe expansion rate by moving 
mandrel 34 towards the other end of metal pipe joint 42, as shown in Figure 4 (b). 

(0084) 

Here, in the case of method B, it is desirable to perform the pipe expansion of metal pipe joint 42 with a 
pipe expansion rate that is less than the end diameter expansion rate of metal pipe 40. If the pipe expansion 
rate exceeds the end diameter expansion rate, there is the danger that the junction will plastic-deform and 
the threads will become loose at the time of pipe expansion, so this is undesirable. Moreover, the junction 
vicinity is thick-walled because there is the coupling 44. Therefore, expanding pipe with a pipe expansion 
rate that exceeds the end diameter expansion rate invites the increase of deformation resistance and a 
smooth pipe expansion operation becomes difficult, so this is undesirable. 

(0085) 

Next, the effects of method B will be explained. If the intemal diameters of the end vicinity of metal pipes 
40 are expanded in advance such that the end diameter expansion rate is greater than 10%, and like metal 
pipes 40 are bonded to one another through a threaded connection method, then it is possible to easily 
obtain metal pipe joint 42 in which the intemal diameter d| of the junction has become larger than the 
intemal diameter do of the non-conjugative regions. 

(0086) 

If metal pipe joint 42 that was obtained in this way is expanded using a mandrel, for example, the 
deformation resistance of the jimction vicinity becomes small in the same manner as with method A. 
Therefore, motive energy in the pipe expansion operation can be conserved in comparison to the case in 
which a metal pipe joint that has a xmiform intemal diameter is expanded. In addition, pipe expansion is 
performed with a pipe expansion rate that is less than the end diameter expansion rate, so the problem that 
is specific to threaded connection methods - the decrease of airtightness that originates in the thread 
plastic-deformation - is solved. 

(0087) 

Next, the manufacturing method of a metal pipe joint for pipe expansion of the third embodiment of the 
present mvention will be explamed. Figure 5 (a) - (c) is a flow chart that shows the manufacturing method 
of a metal pipe joint for pipe expansion of the third embodiment of the present invention (called "method 
C" hereafter). 

(0088) 

In the case of method C, the fact that any material that has defomiability that can vnthstand the pipe 
expansion can be used for metal pipe 50 is the same as with method A. However, it differs from method A 
in that the ends of cylindrical metal pipes 50 are not expanded, but rather diffusion bonding is performed as 
they arc, and the junction vicinity is deformed into a barrel shape at the time of diffusion bonding. 

(0089) 

Stated simply, the diameter of the end of cylindrical metal pipe 50 such as that shown in Figure 5 (a) is not 
expanded, 
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but instead they are butted and pressurized as they are (Figure 5 (b)), and the junction vicinity is heated 
through heat source 54. Also, as for the bonding method, a liquid phase diflusion bonding method that 
performs bonding by placing insert material 36 on the bonding boundary as shown in Figure 5 (b) may be 
used, or a solid phase diffusion bonding method that does not use insert material 36 may also be used. 

(0090) 

At this time, if the bonding conditions are appropriate, the bonding boundary vicinity is deformed into a 
barrel shape at the same time that diffusion bonding progresses on the bonding boundary, and it is possible 
to obtain metal pipe joint 52 in which the internal diameter d^j of the junction has become larger than the 
internal diameter do of the non-conjugative regions as in Figure 5 (c). In the present invention, the 
increment of the internal diameter of the junction after diffusion bonding with respect to the minimum 
value of the internal diameter of the non-conjugative regions of the metal pipe is called the lateral 
expansion rate, and it is defined by the following Formula 3. 

(0091) 
(Formula 3) 

Lateral expansion rate = dy/do 
Where: 

D3: Internal diameter of the junction 

do min- Minimum value of the internal diameter of the non-conjugative regions 
(0092) 

In the case of method C, it is desirable for the lateral expansion rate to be greater than 1.04. If the lateral 
expansion rate is less than L04, there is the danger that the necessity to greatly plastic-deform the junction 
will arise in the pipe expansion process described later and fissures will generate in the junction, so this is 
undesirable. 

(0093) 

Also, it would be acceptable to use the minimum expected value from the specifications as the minimum 
value do min of the internal diameter of the non-conjugative regions, and the fact that an actual measurement 
may also be used is the same as for Formula 1 . Moreover, from the perspective reducing the plastic stress 
of the junction at the time of pipe expansion and restricting the generation of fissures, the larger the lateral 
expansion rate is the better. Furthermore, from the perspective of making the deformation resistance small 
in the pipe expansion process, the longer the length (called the "expansion length" hereafter, expressed by 
"L3" within Figure 5 (c)) of the portion whose internal diameter was increased through diffusion bonding is 
the better. 

(0094) 

Moreover, in the case of method C, it is necessary to actively plastic-deform the bonding botmdary vicinity 
at the time of diffusion bonding, so with regard to the diffusion bonding conditions, it is necessary to select 
conditions obtained from the required lateral expansion rate, for example. Specifically, bonding should be 
performed under the following conditions. 

(0095) 

Singly stated, it is ideal for the bonding temperature to be within a range that is greater than 1250^C and 
less than 1400°C. If the bonding temperature is less than 1250°C, portions of insert material 36 will not 
melt, or the diffusion of elements will not be conducted sufficiently, causing the bonding strength to 
diminish. Moreover, if the bonding temperature is too low, the deformation resistance of metal pipe 50 wiU 
become large and the prescribed lateral expansion rate will not be obtained, so this is undesirable. 
Furthermore, if the bonding temperature is greater than MOO'^C, there is the danger that the parent material 
will melt, so this is also undesirable. 



(0096) 



It is ideal for the retention time of the bonding temperature to be greater than 60 seconds. If the retention 
time is less than 60 seconds, it will not be possible to obtain a large lateral expansion rate, so this is 
undesirable. Also, from the perspective of making the lateral expansion rate large, the longer the retention 
time is the better, so the retention time should be adjusted such that the prescribed lateral expansion rate is 
obtained. 

(0097) 

Moreover, it is ideal for the pressure that is applied to the bonding boundary to be greater than 2 MPa. If 
the applied pressure is less than 2 MPa, it will not be possible to obtain a large lateral expansion rate, so 
this is undesirable. Also, in the case of method C, from the perspective of making the lateral expansion rate 
large, the greater the applied pressure is the better, and it may even be greater than 5 MPa. However, if the 
lateral expansion rate exceeds the pipe expansion rate, irregularities will remain in the bonding boundary 
vicinity even after pipe expansion, and the bonding strength will diminish. Accordingly, it is desirable to 
adjust the applied pressure such that the lateral expansion rate is less than the pipe expansion rate. 

(0098) 

Furthermore, it is desirable for the heating width of the junction vicinity to be greater than 20 mm. If the 
heating width is less than 20 mm, the lateral expansion rate will become small and the expansion length L3 
will become short, so this is undesirable. From the perspective of making the deformation resistance at the 
time of pipe expansion small, the larger the lateral expansion rate and the longer the expansion length L3 is 
the better, and therefore, it is better for the heating width to be long. 

(0099) 

Also, (a) the fact that it is desirable for the surface roughness Rmax of the bonding surface to be less than 
50 //m, (b) the fact that a Ni-family alloy or an Fe-family alloy of thickness less than 100 /mi whose melting 
point is less than 1200°C is preferable, and (c) the fact that there are no particular restrictions with regard to 
the shaped of insert material, and it is possible to use a foil, a powder, or a squamation insert material are 
all the same as with method A. 

(0100) 

Moreover, (a) the fact that a non-oxidizing atmosphere is preferable for the bonding atmosphere, and (b) 
the fact that high frequency induction heating or high frequency direct conduction heating that uses a high 
frequency current with a frequency less than 100 kHz is preferable for the heat source when performing 
diffusion bonding are also both the same as with method A. 

(0101) 

Next, pipe expansion is performed on metal pipe joint 52 that was manufactured as described above and 
has a prescribed lateral e:q)ansion rate. Specifically, mandrel 34 is inserted from one end of metal pipe joint 
52 as shown in Figure 5 (d), and mandrel 34 is then moved towards the other end of metal pipe joint 52. 

(0102) 

Also, (a) the fact that the pipe expansion rate may be arbitrarily chosen with consideration upon the 
deformability of metal pipe 50 and the application of metal pipe joint 52, and (b) the fact that it is possible 
to highly maintain the deformability of the junction vicinity if the bonding conditions are appropriate, so it 
is possible to perform pipe e;q)ansion with a pipe expansion rate that is greater than the end diameter 
expansion rate are both the same as with method A. 

(0103) 

Next, the effects of method C will be explained. If metal pipes 50 whose end internal diameters have not 
been expanded are butted, and the junction vicinity is actively plastic-deformed while like metal pipes 50 
are diffusion bonded to one another, then it is possible to easily obtain metal pipe joint 52 in which the 
internal diameter da of the junction has become larger than the internal diameter do of the non-conjugative 
regions. 



(0104) 



If a metal pipe joint 52 that was obtained in this way is expanded using a mandrel for example, the 
deformation resisUnce of the junction vicinity becomes small in the same manner as with method A. 
Therefore, in conq)arison to the case in which a metal pipe joint that has a uniform internal diameter is 
expanded. 
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it is possible to perform the pipe expansion operation smoothly, and it is also possible to conserve motive 
energy in the pipe expansion operation. 

(0105) 

Moreover, because the internal diameter of the junction has become larger, it is possible to reduce the 
plastic stress of the junction at the time of pipe expansion. Therefore, as with method A, even in the case in 
which heat-affected regions generate in the junction vicinity and the deformability is diminished, the 
generation of fissures in the junction due to pipe expansion becomes unlikely, and it is possible to obtain a 
metal pipe joint that is superior with respect to strength and airtightness. 

(0106) 

(Embodiment 1) 

Pipe expansion was performed on a metal pipe joint using method A. A carbon steel pipe made from 
American Petroleum Institution Grade H40 (this is notated as "API H40" hereafter) with an external 
diameter of 7 inches (178 mm) and wall thickness 0.23 1 inches (6 mm) was used for the metal pipe, and the 
end internal diameter of this steel pipe was expanded such that the end diameter expansion rate was 5%. 

(0107) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
flian 30 ^m, a Ni-family alloy foil with melting point of 1050**C and thickness of 50 ptm that has a 
composition equivalent to JIS BNi-3 was placed on the bonding boundary of the metal pipe, and liquid 
phase diffusion bonding was performed. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0108) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such that the 
bonding temperature was HOO^'C, the retention time was 180 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0109) 

(Embodiments 2-3, Coiiq>arative Exan^les 1, 2) 

Apart from respectively setting the end diameter expansion rates of metal pipes 30 to 0% (Comparative 

Example 1), 3% (Comparative Exan^jle 2), 20% (Embodiment 2), and 25% (Embodiment 3), the 
manufacturing and expansion of the metal pipe joints were performed in accordance with the same 
procedures as with Embodiment 1. 

(0110) 

With respect to the metal pipe joints that were obtained in Embodiments 1 - 3 and Comparative Examples 1 
- 2, the maximum value of die level differences that generated on the iimer periphery side of the junctions 
after bonding (this is simply called the "maximum level difference" hereafter) was measiu-ed. Moreover, a 
penetrant test was performed with respect to the junction surface after pipe expansion, and the presence of 
cracks was investigated. Furthermore, after the level differences alone that generated on the external 
periphery of the expanded joint were grinded with a grinder and set to less than 0.5 mm, an API 11 04 
specimen was extracted from this joint and tensile tests were conducted. The resxilts are shown in Table 1 . 



(0111) 
(Table 1) 
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Test Number 


Con^arative 
Example 1 


Comparative 
Example 2 


Embodiment 
1 


Embodiment 
2 


Embodiment 
3 


Steel 
Pipe 


Material 












Dimensions 
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Diameter 
(Inches) 












Wall 
Thickness 
(Inches) 












Endl 


Diameter Expansion Rate 
(%) 












Bonding Surface Roughness 
(Rmax: ami 












Insert Material 


Material 












Melting Point 

CQ 












Thickness 
(pirn) 












Form 


Foil 


Foil 


Foil 


Foil 


Foil 


Bonding Temperature (°C) 












Retention Time (s) 












Applied Pressure (MPa) 












Bonding Atmosphere 












Heating Method for the 
Junction 


High 
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TnHiipfifMi 

Heating 
Method 
(3 kHz) 


High 
Frequency 
Induction 
Heating 
Method 
(3 kHz) 


High 
Frequency 
Induction 
Heating 
Method 
(3 kHz) 


High 
Frequency 
Induction 
Heating 
Method 
(3 kHz) 


High 
Frequency 
Induction 
Heating 
Method 
(3 kHz) 


Maximum Level Difference of 
the Junction (mm) 












Pipe Expansion Rate (%) 












Results of Junction Surface 
Penetrant Test 


Cracks 
Present 


Cracks 
Present 


No Cracks 


No Cracks 


No Cracks 


Tensile Test 
Results 


Tensile 
Strength 
(MPa) 












Break 
Location 


Bonding 
Boundary 


Bonding 
Boundary 


Parent 
Material 


Parent 
Material 


Parent 
Material 


Comprehensive Evaluation 













(0112) 

In Comparative Example 1 in which the end diameter expansion rate was taken to be 0%, the maximum 
level difference reached 4 mm. Moreover, multiple fissures were recognized in the penetrant test after pipe 
expansion. Furthermore, the tensile strength exhibited low strength of 283 MPa, and the specimen broke 
away from the bonding boundary. 

(0113) 

In Con^arative Exan^le 2 in which the end diameter e}q)ansion rate was taken to be 3%, the maximum 
level difference fell to 1 mm. Moreover, significant fissures were recognized in the junction in the 
penetrant test after pipe expansion, but the number of fissures was less than in Conq)arative Exan^le 1 . 



Accordingly, the tensile strength improved to 467 MPa, but the specimen broke away from the bonding 
boundary. 

(0114) 

In contrast to this, in Embodiments 1 , 2, and 3 in which the end diameter expansion rates were respectively 
taken to be 5%, 20%, and 25%, the maximum level differences all fell to 0.5 mm. Moreover, no fissures 
were recognized on tfie bonding boundary in the penetrant tests following pipe expansion in any of the 
embodiments. Furthermore, the bonding strengths all exhibited strengths greater than 700 MPa, which is 
equivalent to that of the parent material, and the specimens broke away from the parent material side. 

(0115) 

From the above results, it became clear that if the end internal diameter of the metal pipe is expanded 
before the metal pipes arc bonded such that a value greater than the prescribed end diameter expansion rate 
is achieved, it is possible to make the maximum level difference small. Moreover, it became clear that the 
greater the end diameter expansion rate is made, the more difficult it will be for frssures to generate in the 
junction at the time of pipe expansion, and a metal pipe joint with higher bonding strength can be obtained. 

(0116) 

(Embodiment 4) 

Pipe expansion was performed on a metal pipe joint using method A. A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 15%. 
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(0117) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
than 30;im, an Fe-3B-3Si-lC alloy foil with melting point of 1200**C and thickness of 40 /nn was placed 
on the bonding boundary of the n^tal pipe, and liquid phase diffusion bonding was performed. 
Furthermore, tiie obtained metal pipe joint was expanded using a mandrel such that the pipe expansion rate 
was 25%. 

(0118) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such diat the 
bonding temperature was 1250°C, the retention time was 60 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0119) 

(Embodiment 5) 

A Ni-family alloy foil with a melting point of 1 140°C and thickness of 40 //m that has a con^osition 
equivalent to JIS BNi-5 was used as an insert material, and apart from retaining for 120 seconds at 1300°C, 
the manufacturing and expansion of the metal pipe joint were performed in accordance with the same 
procedures as with Embodiment 4. 

(0120) 

(Embodiment 6) 

A Ni-family alloy foil with a mehing point of 1 140°C and thickness of 40 pcm that has a composition 
equivalent to JIS BNi-5 was used as an insert material, and apart from setting the bonding temperature to 
1400°C and the retention time to 300 seconds, the manufacturing and expansion of the metal pipe joint 
were performed in accordance with the same procedures as with Embodiment 4. 

(0121) 

(Comparative Example 3) 

An Fe-2B-1 Si alloy foil with a melting point of 1 290°C and thickness of 40 ^m was used as an insert 
material, and apart from setting the bonding temperature to 1400^*0, the retention time to 300 seconds, and 
the applied pressure to 5 MPa, the manufacturing and expansion of the metal pipe joint were performed in 
accordance with the same procedures as with Embodiment 4. 

(0122) 

With respect to the metal pipe joints that were obtained in Embodiments 4-6 and Comparative Example 3, 
maximum level difference tests, penetrant tests, and tensile tests were conducted in accordance with the 
same procedures as with Embodiment 1. The results are shown in Table 2. 



(0123) 
(Table 2) 



(12) Japanese Unexamined Patent Application 2000-107870 



[see source for numbers and English] 



Test Number 
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Heating 
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Heating 
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Frequency 
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Heating 
Metnoa 
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Frequency 
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Heating 
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Maximum Level Difference of 
the Junction (mm) 










Pipe Expansion Rate (%) 










Results of Junction Surface 
Penetrant Test 


Cracks 
Present 


No Cracks 


No Cracks 


No Cracks 


Tensile Test 
Results 


Tensile 
Strength 
(MPa) 










Break 

Location 


Bonding 

Boundary 


Parent 
Material 


Parent 

Material 


Parent 

Material 


Comprehensive Evaluation 











(0124) 

In Comparative Example 3 in which an insert material with a melting point of 1290^C was used, although 
the retention time was taken to be 300 seconds, fissures were recognized in the junction in the penetrant test 
following pipe expansion. Moreover, the tensile strength was 417 MPa and the specimen broke away from 
the bonding boundary. This is thought to have been because the diffusion of elements is not sufficiently 
performed on the bonding boundary because the melting point of the insert material is high, and thus the 
deformability of the bonding boundary vicinity is diminished. 



(0125) 



In contrast to this, in Embodiment 4 in which an insert material with a melting point of 1200*^0 was used, 
and in Embodiments 5 and 6 in which an insert material with a melting point of 1 HO'^C was used, no 
fissures were recognized on the bonding boundary in the penetrant test following pipe expansion for any of 
the embodiments. Moreover, the bonding strengths all exhibited strengths greater than 700 MPa, which is 
equivalent to that of the parent material, and the specimens broke away from the parent material side. 

(0126) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 3-6 
and Comparative Example 3, so all of the maximum level differences were 0.5 mm. 

(0127) 

From the above results, it became clear that if an insert material with a melting point that is less than 
1200°C is used in the case in which metal pipes are liquid phase diffijsion bonded, then fissures will not 
generate on the junction following pipe expansion and metal pipe joints with high bond strength can be 
obtained. 

(0128) 

(Embodiment 7) 

Pipe expansion was performed on a metal pipe joint using method A, A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, 
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and the end internal diameter of this steel pipe was expanded such that the end diameter expansion rate was 
15%. 

(0129) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
than 30 ^m, a squamatipn Ni-family alloy with a melting point of 1 140°C that has a composition equivalent 
to JIS BNi-5 was placed on the bonding boundary of the metal pipe such that the thickness was 100 /mi, 
and liquid phase diffrision bonding was performed. Furthermore, the obtained metal pipe joint was 
expanded using a mandrel such that the pipe expansion rate was 25%. 

(0130) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such that the 
bonding temperature was 1300**C, the retention time was 180 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0131) 

(Embodiment 8) 

A Ni-family alloy powder that has a conq}osition equivalent to JIS BNi-5 was used as an insert material, 
and this was placed on the bonding boundary of the metal pipe such that the thickness was 30 /mi. Apart 
from retaining for 60 seconds at the bonding ten:q)erature, the manufacturing and expansion of the metal 
pipe joint were performed in accordance with the same procedures as with Embodiment 7. 

(0132) 

(Embodiment 9) 

A Ni-family alloy foil with thickness of 40 //m that has a composition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the bonding temperature to 1250''C and the retention time to 60 
seconds, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 7. 

(0133) 

(Comparative Exan:q)le 4) 

A Ni-family alloy foil with thickness of 200 //m that has a conqjosition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the bonding temperature to 1400°C and the retention time to 300 
seconds, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 7. 

(0134) 

(Con^arative Example 5) 

A Ni-family alloy foil with thickness of 40 /mi that has a conposition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the bonding temperature to 1450®C and the retention time to 60 
seconds, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 7. 

(0135) 

With respect to the metal pipe joints that were obtained in Embodiments 7-9 and Comparative Exan^les 4 
- 5, maximum level difference tests, penetrant tests, and tensile tests were conducted in accordance with the 
same procedures as with Embodiment 1 . The results are shown in Table 3. 



(0136) 
(Table 3) 
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Frequency 
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Results of Junction Surface 
Penetrant Test 


Cracks 
Present 


No Cracks 


No Cracks 
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Tensile Test 
Results 
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Material 


Parent 
Material 
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Material 


Bonding 
Boimdary 
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(0137) 

In Con^arative Example 4 in which the thickness of the insert material was taken as 200 /nn, although the 
retention time was taken to be 300 seconds, fissures were recognized in the junction in the penetrant test 
following pipe expansion. Moreover, Ae tensile strength was 588 MPa, and the specimen broke away &om 
the bonding boundary. This is thought to have been because the elements contained in the insert material 
were not sufficiently diffused because the insert material was thick, and thus the deformability of the 
bonding boundary vicinity was diminished. 



(0138) 



Moreover, in Comparative Example 5 in which the bonding temperature was taken as 1450°C, melting 
damage occurred in the junction vicinity. Also, fissures were recognized in the junction in the penetrant test 
following pipe expansion. Furthermore, the tensile strength was 657 MPa, and the specimen broke away 
from the bonding boundary. 

(0139) 

In contrast to this, in Embodiments 7, 8, and 9 in which the thickness of the insert material was set below 
100//m and the bonding temperature was set below 1400°C, no melting damage was recognized in any of 
the junctions, and no fissures were recognized on the bonding boundary in the penetrant test following pipe 
expansion for any of the embodiments. Moreover, the bonding strengths all exhibited strengths greater than 
700 MPa, which is equivalent to that of the parent material, and the specimens broke away fi^om the parent 
material side. 

(0140) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 1 5% in Embodiments 7-9 
and Conparative Exan^les 4 - 5, so all of the maximum level differences were 0.5 mm. 

(0141) 

From the above results, it became clear that if the width of the insert material is set to 100 /an in the case in 
which metal pipes are liquid phase diffusion bonded, then fissures will not generate on the junction 
following pipe expansion and metal pipe joints with high bond strength can be obtained. Moreover, it also 
became clear that it is necessary to set the bonding temperature to less than HOO^C in order to suppress 
melting damage of the junction. 
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(0142) 

(Embodiment 10) 

Pipe expansion was performed on a metal pipe joint using method A. A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 15%. 

(0143) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
than 30 //m, a Ni-family alloy foil with a melting point of 1 1 40°C and thickness of 40 ^m that has a 
composition equivalent to JIS BNi-5 was placed on the bonding boundary of the metal pipe, and liquid 
phase difliision bonding was performed. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0144) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such that the 
bonding temperature was 1400°C, the retention time was 30 seconds, and the applied pressure was 5 MPa, 
and bonding was performed in an Ar atmosphere. 

(0145) 

(Embodiment 11) 

Apart from setting the retention time at the bonding temperature to 300 seconds and the applied pressure to 
1.5 MPa, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 10. 

(0146) 

(Con^>arative £xanq>le 6) 

Apart from setting the retention time at the bonding temperature to 15 seconds, the manufacturing and 
expansion of the metal pipe joint were performed in accordance with the same procedures as with 
Embodiment 10. 

(0147) 

(Comparative Exanple 7) 

A Ni-family alloy foil with thickness of 30 /im that has a composition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the retention time at the bonding tenperature to 300 seconds and 
the applied pressure to 1 MPa, the manufacturing and expansion of the metal pipe joint were performed in 
accordance with the same procedures as with Embodiment 10. 

(0148) 

(Con^arative Example 8) 

Apart from setting the bonding temperature to 1250''C, the retention time to 300 seconds, and the applied 
pressure to 7 MPa, the manufacturing and expansion of the metal pipe joint were performed in accordance 
with the same procedures as with Embodiment 10. 

(0149) 

With respect to the metal pipe joints that were obtained in Embodiments 10 - 1 1 and Comparative 
Exan^les 6-8, maximum level difference tests, penetrant tests, and tensile tests were conducted in 
accordance with the same procedures as with En^bodiment 1 . The results are shown in Table 4. 



(0150) 
(Table 4) 
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In Conparative Example 6 in which flie retention time at the bonding temperature was taken as 1 5 seconds, 
fissures were recognized in the junction in the penetrant test following pipe expansion. Moreover, the 
tensile strength was 563 MPa, and the specimen broke away from the bonding boundary. This is thought to 
have been because the diflusion of elements was not sufficiently performed because the retention time was 
short, and thus the deformability of the bonding boundary vicinity was diminished. 



Moreover, in Con^arative Example 7 in which the applied pressure was taken as 1 MPa, although the 
retention time at the bonding tenq>craturc was taken as 300 seconds, fissures were recognized in the 



junction in the penetrant test following pipe expansion. Also, the tensile strength was 628 MPa, and the 
specimen broke away from the bonding boundary. This is thought to have been because the bonding 
boundary did not sufficiently adhere and partially unbonded portions generated because the applied 
pressure was low, and therefore the deformability of the entire bonding boundary was diminished. 



Furthermore, in Comparative Exan^le 8 in which the applied pressure was taken as 7 MPa, although the 
bonding temperature was reduced to 1250^C, excessive deformation occurred in the junction vicinity. 
Moreover, fissures were recognized in the junction in the penetrant test following pipe expansion. 
Furthermore, the tensile strength was 687 MPa, and the specimen broke away from the bonding boundary. 

(0154) . . 

In contrast to this, in Embodiment 10 in which the applied pressure was set to 5 MPa and the retention time 
was set to 30 seconds, and in Embodiment 1 1 in which the applied pressure was set to 1 .5 MPa and the 
retention time was set to 300 seconds, no fissures were recognized on the bonding boundary in the 
penetrant test following pipe expansion for either of the embodiments. Moreover, the bonding strengths 
both exhibited strengths greater than 700 MPa. which is equivalent to that of the parent nmterial, and the 
specimens broke away from the parent material side. 
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(0155) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 10 - 
1 1 and Comparative Examples 6 - 8, so all of the maximum level differences were 0.5 mm. 

(0156) 

From the above results, it became clear that if the apphed pressure is set greater than 1.5 MPa and less than 
5 MPa in the case in which metal pipes are liquid phase diffusion bonded, then fissures will not generate on 
the junction following pipe expansion and metal pipe joints with high bond strength can be obtained. 

(0157) 

(Embodiment 12) 

Pipe expansion was performed on a metal pipe joint using method A. A steel pipe was used with an 
external diameter of 10.75 inches (269 mm) and wall thickness 0.5 inches (13 mm) made from American 
Petroleum Institution Grade LC52-1200 (called "LC52-1200'* hereafter), which is a type of martensitic 
stainless steel, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 1 5%. 

(0158) 

Next, the end face of the expanded steel pipe was finished such that the surface roughness Rmax is less 
than 50 /im, a Ni-family alloy foil with melting point of 1 140°C and thickness of 40 ptm that has a 
conqwsition equivalent to JIS BNi-5 was placed on the bonding boundary of the metal pipe, and liquid 
phase diffusion bonding was performed. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0159) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such tiiat the 
bonding temperature was 1300*^C, the retention time was 120 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0160) 

(Embodiment 13) 

Apart from setting the bonding ten^rature to 1350^C, the retention time to 2 10 seconds, the applied 
pressure to 3.5 MPa, and the frequency of the high frequency current that flows through the induction coil 
to 100 kHz, the manufacturing and expansion of the metal pipe joint were performed in accordance with 
the same procedures as with Embodiment 12. 

(0161) 

(Embodiment 14) 

Apart from setting the bonding temperature to 1350°C, the retention time to 210 seconds, the applied 
pressure to 3.5 MPa, and performing bonding with a high frequency direct conduction heating method that 
uses a high frequency current with frequency of 25 kHz, the manufacturing and expansion of the metal pipe 
joint were performed in accordance with the same procedures as with EmLbodiment 12. 

(0162) 

(Comparative Exanq)le 9) 

Apart from setting the surface roughness Rmax of the bonding surface to 100 /rni, the bonding temperature 
to 1400°C, and the retention time to 300 seconds, the manufacturing and expansion of the metal pipe joint 
were performed in accordance with the same procedures as with Enibodiment 12. 

(0163) 

(Conq>arative Example 10) 

Apart from setting the retention time at the bonding temperature to 300 seconds, the applied pressure to 5 
MPa, and the frequency of the high frequency current that flows through the induction coil to 400 kHz, the 



manufacturing and expansion of the metal pipe joint were performed in accordance with the same 
procedures as with Embodiment 12. 

(0164) 

With respect to the metal pipe joints that were obtained in Embodiments 12-14 and Comparative 
£xan:q>les 9-10, maximum level difference tests, penetrant tests, and tensile tests were conducted in 
accordance with the same procedures as with Embodiment 1. The results are shown in Table 5. 



(0165) 
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(0166) 

In Con^jarative Example 9 in which the surface roughness Rmax of the bonding boundary was set to 
100/nn, although diffusion bonding was performed under conditions of relatively high temperature, high 
pressure, and long time, fissures were recognized in the junction in the penetrant test following pipe 
expansion. Moreover, the tensile strength was 477 MPa, and the specimen broke away from the bonding 
boundary. This is thought to have been because it was not possible to fill with melted Ni alloy the 
irregularities that were present on the bonding boundary because the surface texture was rough, and 
therefore the deformability of the entire bonding boundary was diminished. 



(0167) 



Likewise, in Comparative Example 10 in which induction heating was performed using a high frequency 
current with a frequency of 400 MPa [sic], although difftision bonding was performed under conditions of 
relatively high ten^rature, high pressure, and long time, fissures were recognized in the junction in the 
penetrant test following pipe expansion. Moreover, the tensile strength was 431 MPa, and the specimen 
broke away from the bonding boundary. This is thought to have been because the entire bonding boimdary 
did not heat uniformly and unbonded portions generated on the inner periphery side of the metal pipe 
because the frequency was high, and dierefore the deformability of the entire bonding boundary was 
diminished. 

(0168) 

In contrast to this, in Embodiments 12 - 14 in which the surface roughness Rmax of the bonding boundary 
was set to 50 and a high frequency current with a frequency less than 100 kHz was used, no fissures 
were recognized on the bonding boundary in the penetrant test following pipe expansion for any of the 
embodiments. Moreover, the bonding strengths all exhibited strengths greater than 700 MPa, which is 
equivalent to that of the parent material, and the specimens broke away from the parent material side. 

(0169) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 12 - 
14 and Con^arative Examples 9 - 10, so all of the maximum level differences were 0.5 mm. 
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(0170) 

From the above results, it became clear that if the surface roughness Rmax of the bonding boundary is set 
to 50 /mi in the case in which metal pipes are liquid phase difRision bonded, then fissures will not generate 
on the junction following pipe expansion and metal pipe joints with high bond strength can be obtained. 
Moreover, it became clear that if the frequency of the high frequency current is set below 100 kHz in the 
case in which the bonding boundary is heated through high frequency induction heating or high frequency 
direct conduction heating, it is possible to restrain the reduction of deformability that originates from the 
generation of unbonded portions. 

(0171) 

(Embodiment 15) 

Pipe expansion was performed on a metal pipe joint using method B. A carbon steel pipe made from API 
40H with an external diameter of 7 inches (178 ram) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 10%. 

(0172) 

Nexty external thread was established on the end faces of the expanded metal pipes, and like metal pipes 
were fastened to one another with a coupling that has internal thread that can screw into this external 
thread. Furthermore, the obtained metal pipe joint was expanded using a mandrel such that the pipe 
expansion rate was 10%. 

(0173) 

(Embodiment 16) 

Apart from setting the end diameter expansion rate of the metal pipe to 25% and expanding the metal pipe 
joint with a 25% pipe expansion rate, the manufacturing and expansion of the metal pipe joint were 
performed in accordance with the same procedures as with Embodiment 15. 

(0174) 

(Embodiment 16 [sic]) 

Apart from using as tfie metal pipe a steel pipe made from LC52-1200 with an external diameter of 10.75 
inches (273 mm) and wall thickness 0.5 inches (127 mm), setting the end diameter expansion rate to 25%, 
and expanding the metal pipe joint with a 25% pipe expansion rate, the manufacturing and expansion of the 
metal pipe joint were performed in accordance with the same procedures as with Embodiment 15. 

(0175) 

(Conq>arative Example 11) 

Apart from setting the end diameter expansion rate of the metal pipe to 0%, the manufacturing and 
expansion of the metal pipe joint were performed in accordance with the same procedures as with 
Embodiment 15. 

(0176) 

(Con^arative Exanq>le 12) 

Apart from using as the metal pipe a steel pipe made from LC52-1200 with an external diameter of 10.75 
inches (273 mm) and wall thickness 0.5 inches (127 mm), setting the end diameter expansion rate to 15%, 
and expanding the metal pipe joint with a 25% pipe expansion rate, the manufacturing and expansion of the 
metal pipe joint were performed in accordance with the same procedures as with Embodiment 15. 

(0177) 

Hydraulic pressure tests were conducted with respect to each of the metal pipe joints that were obtained in 
Embodiments 15-17 and Comparative £xan:q>les 11-12. The results are shown in Table 6. 



(0178) 
(Table 6) 
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(0179) 

With respect to Conq)arative Exanq^le 1 1 in which the end diameter expansion rate was set to 0% and the 
metal pipe joint was expanded with a 10% pipe expansion rate, water leaks generated from the junction 
after having performed a hydraulic pressure test with 2 100 psi pressure. 



(0180) 

In contrast to this, in Embodiment 15 in which both the end diameter expansion rate and the pipe expansion 
rate were set to 10%, and in Embodiment 16 in which both the end diameter expansion rate and the pipe 
expansion rate were set to 25%, water leaks did not generate from either of the junctions even when 
hydraulic pressure tests were performed with 2100 psi pressure. 

(0181) 

Moreover, with respect to Con^arative Exanple 12 in which the end diameter expansion rate was set to 
15% and the metal pipe joint was expanded with a 20% pipe expansion rate, water leaks generated from the 
junction after having performed a hydraulic pressure test with 3000 psi pressure. 

(0182) 

In contrast to this, in Embodiment 17 in which both the end diameter expansion rate and the pipe expansion 
rate were set to 25%, water leaks did not generate from the junction even when a hydraulic pressure test 
was performed with 3000 psi pressure, and a satisfactory metal pipe joint was obtained. 

(0183) 

From the above results, it became clear that, in the case in which a metal pipe joint that was bonded with a 
threaded connection method is expanded, if pipe expansion is performed with a pipe expansion rate that is 
less than the end diameter expansion rate, a metal pipe joint that is si^erior with respect to airtightness can 
be obtained. 

(0184) 

(Embodiment 18) 

Pipe expansion was performed on a metal pipe joint using method C. A steel pipe made from STKM12B 
(JIS G3445) with an extemal diameter of 140 mm and wall thickness of 7 mm was used for the metal pipe. 
The end face of this steel pipe was finished such that the surface roughness Rmax is less than 30 /im, a Ni- 
family alloy foil with a melting point of 1050°C and thickness of 50 /mi that has a con^osition equivalent 
to JIS BNi-3 was placed on the bonding boundary, and diffusion bonding was performed. Furthermore, the 



obtained metal pipe joint was expanded with a mandrel such that the pipe expansion rate was between 5 • 
25%. 



(0185) 

Also, a high frequency induction heating method that used a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction, and two types of coils were used for the heating coils 
- a coil in which the heating width is 20 mm, and a coil in which the heating width is 40 mm. 
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(0188) 

It can be seen from Table 7 that the expansion length becomes longer as a heating coil with a long heating 
width is used. In other words, it can be seen that the expansion length becomes 40 - 50 mm if the heating 
width is set to 20 mrOy and the expansion length becomes 80 - 90 nun if the heating width is set to 40 mm. 

(0189) 

Moreover, it can be seen from Table 7 that, in the case in which the expansion length is set between 40 - 50 
mm, a metal pipe joint is obtained in which pipe expansion can be performed with a larger pipe expansion 
rate as the lateral expansion rate becomes larger. 

(0190) 

Stated simply, in the case in which the lateral expansion rate is 1.00, cracks already generated on the 
bonding boundary when the pipe expansion rate was 10%, and a sound metal pipe joint was not obtained 
(Test Number 1). When the lateral expansion rate was set to 1 .02, a sound metal pipe joint was obtained in 
the case in which the pipe expansion rate was less than 1 5%, but fissures generated in the junction when the 
pipe expansion rate was greater than 20% (Test Number 3). 

(0191) 

In contrast to this, when the lateral expansion rate was set greater than 1 .04 (Test Numbers 5, 7, 9, and 1 1), 
no fissures generated in the junctions even when the pipe expansion rate was set to 20%, and sound metal 
pipe joints that have strengths equivalent to the parent material were obtained. 

(0192) 

The case in which the expansion length was set between 80 - 90 mm was the same, and it can be seen that a 
metal pipe joint is obtained in which pipe expansion can be performed with a larger pipe expansion rate as 
the lateral expansion rate becomes larger (Test Numbers 2, 4, 6, 8, 10). 

(0193) 

Furthermore, it can be seen from Table 7 that, in the case in which the lateral expansion rate is made to be 
uniform, there is a tendency for metal pipe joints to be obtained that can withstand pipe expansion with a 
larger pipe expansion rate as the expansion length becomes longer. In other words, in the case in which the 
lateral expansion rate was 1 .02 and the expansion length was 40 mm, fissures generated in the junction 
when pipe expansion was performed with a pipe expansion rate of 20% (Test Number 3). On the other 
hand, in the case in which the expansion length was set to 80 mm, no fissures generated in the joint even 
when pipe expansion was performed with a pipe expansion rate of 20%, and a sound joint that has strength 
equivalent to the parent material was obtained (Test Number 4). 

(0194) 

Likewise, in the case in which the lateral expansion rate was 1 .04 and the expansion length was 45 mm, 
fissures generated in the junction when pipe expansion was performed with a pipe expansion rate of 25% 
(Test Number 5). On the other hand, in the case in which the expansion length was set to 90 mm, no 
fissures generated in the junction even when pipe expansion was performed with a pipe expansion rate of 
25%, and a sound joint that has the strength equivalent to the parent material was obtained (Test 
Number 6). 

(0195) 

From the above results, it became clear that if metal pipes whose ends have not been expanded are butted 
and the bonding boundary vicinity is deformed into a barrel shape with a prescribed lateral expansion rate 
at the time of diffusion bonding, then fissures will not generate in the junction even in the case in which 
pipe expansion is performed with a high pipe expansion rate, and a sound metal pipe joint with high 
bonding strength can be obtained. 
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(0196) 

(Embodiment 19) 

Pipe expansion was performed on a metal pipe joint using method A*. A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 5%. 

(0197) 

Next, grooves were formed on the end faces of the expanded metal pipes, and the metal pipes were welded 
with a gas shield arc welding method. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0198) 

Also, welding was performed using JIS YGW21 (01.2 mm) as the welding wire and a mixed gas of Ar + 
20%CO2 as the shield gas, with a 280A welding current. 

(0199) 

(Embodiments 20-21, Comparative Examples 13-14) 

Apart from respectively setting the end diameter expansion rates of metal pipes 30 to 0% (Con^arative 
Exanqjle 13), 3% (Conqsarative Example 14), 10% (Embodiment 20), and 15% (Embodiment 21), the 
manufacturing and expansion of the metal pipe joints were performed in accordance with the same 
procedures as with Embodiment 19. 

(0200) 

With respect to the metal pipe joints that were obtained in Embodiments 19-21 and Conxparative 
Examples 13-14, penetrant tests and tensile tests were performed in accordance with the same procedures 
as with Embodiment 1 . The results are shown in Table 8. 

(0201) 
(Tables) 
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(0202) 

In Conparative Example 13 in which the end diameter expansion rate was set to 0%, muUiple fissures were 
recognized in the junction in the penetrant test following pipe expansion. Furthermore, the tensile strength 
exhibited low strength of 3 17 MPa, and the specimen broke away from the welded section. 



(0203) 

Likewise, in Comparative Exanple 14 in which the end diameter expansion rate was set to 3%, significant 
fissures were recognized in the junction in the penetrant test following pipe expansion, but the number of 
fissures was less than in Comparative Example 13. Accordingly, the tensile strength improved to 495 MPa, 
but the specimen broke away from the welded section. 

(0204) 

In contrast to this, in Embodiments 19, 20, and 21 in which the end diameter expansion rates were 
respectively set to 5%, 1 0%, and 1 5%, no fissures were recognized on the bonding boundary in the 
penetrant tests following pipe expansion in any of the embodiments. Furthermore, the bonding strengths all 
exhibited strengths greater than 700 MPa, which is equivalent to that of the parent material, and the 
specimens broke away from the parent material side. 

(0205) 

From the above results, it became clear that if the end internal diameter of the metal pipe is expanded 
before the metal pipes are welded such that a value greater than the prescribed end diameter expansion rate 
is achieved, it becomes more difficult for fissures to generate on the jimction at the time of pipe expansion 
as the end diameter e;q)ansion rate becomes larger, and a metal pipe joint with higher bondmg strength can 
be obtained. 

(0206) 

The embodiments of the present invention were described in detail above, but the present invention is in no 
way limited to the. embodiments described above, and various alterations are possible within a scope that 
does not deviate from the purport of the present invention. 

(0207) 

For example, there are no particular restrictions regarding the shape of the mandrel that is used for pipe 
expansion, and it would be acceptable to use a tapered mandrel or a mandrel that has a roller on the tapered 
surface. 

(0208) 

Moreover, there are also no particular restrictions regarding flic drive means for the mandrel. For exan^le, 
it would be acceptable to affix a shaft to the base surface of the mandrel, and then drive the mandrel into 
the metal pipe joint using that shafr. 
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Alternatively, it would also be acceptable to apply hydraulic pressure to the base surface of the mandrel, 
and then move it through the metal pipe joint from one end to the other with hydraulic pressure. 

(0209) 

Moreover, in the embodiments described above, a diSusion bonding method, a threaded connection 
method, or a welding method was used to bond metal pipe joints in which the internal diameter of the 
junction has become larger than the internal diameter of the non-conjugative regions, but the bonding 
method of the metal pipes joints is not limited to these methods. For example, it would also be acceptable 
to form a metal pipe joint by bonding metal pipes with a friction pressure welding method. 

(0210) 

Furthermore, the metal pipe joint for pipe expansion and its manufacturing method of the present invention 
are particularly suited for oil well pipes for casing that is buried beneath the earth and the manufacturing 
method thereof, but the applications of the present invention are not limited to oil well pipes, and it is 
possible to use them as casing that is used in natural gas wells, geothermal wells, hot spring wells, and 
water wells, or as line pipe that is laid on the ground surface or as plumbing for plants and the 
manufacturing methods thereof By doing so, it is possible to obtain effects equivalent to those of the 
embodiments above. 



(0211) 

(Effects of the Invention) 

The metal pipe joint for pipe expansion and its manufacturing method of the present invention uses an 
industrial tool such as a mandrel to expand a metal pipe joint in which the internal diameter of the junction 
has become larger than the internal diameter of the non-conjugative regions, so the deformation resistance 
when expanding the metal pipe joint becomes small. Therefore, it is possible to perform the pipe expansion 
operation smoothly, and there is the effect that motive energy of the pipe e:q)ansion operation is also 
conserved. 



(0212) 

Moreover, if the diameter of the end of the metal pipe is expanded in advance with a prescribed end 
diameter expansion rate and such metal pipes are butted and diffusion bonded or welded, then it is possible 
to easily obtain a metal pipe joint in which the internal diameter of the junction has become larger than the 
internal diameter of the non-conjugative regions. 

(0213) 

Furthermore, in the case in which such a metal pipe joint is expanded, it is possible to make the plastic 
stress of the junction small in con^arison to the plastic stress of the non-conjugative regions. Therefore, 
even in the case in which heat-affected regions generate at the time of diffusion bonding or welding and the 
deformability of the jimction vicinity is diminished, there is the effect that it becomes difficult for fissiu-es 
to generate on the junction, and a metal pipe joint that is superior with respect to strength and airtightness 
can be obtained. 

(0214) 

Moreover, if metal pipes whose end internal diameters have been expanded with a prescribed end diameter 
expansion rate are bonded with a threaded connection method to form a metal pipe joint, there is the effect 
that the thread portions do not plastic-deform, so there is no decrease in airtightness that originates from 
loose thread. 



(0215) 

Moreover, even in the case in which like metal pipes whose ends have not been expanded are butted and 
the junction is deformed into a barrel shape with a prescribed lateral expansion rate at the same time that 
the metal pipes are diffuse bonded, it is possible to easily obtain a metal pipe joint in which the internal 
diameter of the junction has become larger than the internal diameter of ^e non-conjugative regions. 



Therefore, if such a metal pipe joint is expanded with a prescribed pipe expansion rate, there is the effect 
that a metal pipe joint that is superior with respect to strength and airtightness can be obtained. 

(0216) 

Furthermore, in the case in which the ends of metal pipes are expanded in advance with a prescribed end 
diameter expansion rate and such metal pipes are butted and diffusion bonded, it is possible to reduce the 
level differences that generate on the inner periphery side of the junction, even if there is variation in the 
dimensions of each metal pipe. Therefore, even if pipe expansion is performed, there is no danger of the 
generation of fissures that originate from stress concentration, so there is the efTect that a metal pipe joint 
that is superior with respect to strength, fatigue characteristics, and corrosion resistance can be obtained. 

(0217) 

As described above, through the metal pipe joint for pipe expansion and its manufacturing method, it is 
possible to easily obtain a metal pipe joint in which the energy expenditure required for pipe expansion is 
small, airtightness and strength are superior, and the level differences that generate in the junction are 
small. Therefore, it this is applied to an oil well pipe or line pipe, for exanq)le, it will contribute to 
significant cost reduction and reliability improvement in the oil drilling operation or pipe laying operation, 
and the present invention is an invention in which these effects are extremely large indtistrially. 



(Brief Description of the Drawings) 
(Figure 1) 

A flow chart that shows the metal pipe joint for pipe expansion and its manufacturing method of the first 
embodiment of the present invention. 

(Figure 2) 

A flow chart that shows the pipe expansion method of the metal pipe joint for pipe expansion shown in 
Figure 1 (d). 

(Figure 3) 

A flow chart that shows the metal pipe joint for pipe expansion and its manufacturing method of the second 
embodiment of the present invention. 

(Figure 4) 

A flow chart that shows the pipe expansion method of the metal pipe joint for pipe expansion shown in 
Figure 2 (d), 

(Figure 5) 

Figvure 5 (a) - (c) is a flow chart that shows metal pipe joint for pipe expansion and its manufacturing 
method of the third embodiment of the present invention, and Figure 5 (d) is a figure that shows the 
expansion method of the metal pipe for pipe expansion shown in Figure 5 (c). 

(Figure 6) 

A cross sectional diagram that shows the typical stmcture of an oil well. 
(Figure 7) 

A cross sectional diagram that shows the threaded connection method (mechanical coupling method). 



(Explanation of Symbols) 



30, 40, 50 
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34 



Metal Pipes 
Metal Pipe Joints 
Mandrel 
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(Figure 1) 
(c) 

Machine work Machine work 

(Figure 3) 

(Figure 2) 
Applied pressure 

(Figure 6) 
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(Figure 4) 
Applied pressure 

(Figure 7) 

(Figure 5) 
(b) 

Applied pressure Applied pressure 
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